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of lactic add including the steps of forming crude polylactic add, preferably in the presence of a catalyst means in the case of the 
ester of lactic add. to form a condensation reaction by-product and polylactic add, and depolymerizing the polylactic add to 
form cmde lactide, followed by subsequent purification of the crude lactide in a distillation s^^em. A pu^ed lactide is then po- 
lymerized to form lactide polymers. 




J 



FOR THE PVBFOSBS OF fNFORHATION ONLY 



Codes used to ktentify States party to the PCT on the front pases of pamphlets publishing international 
applications under the PCT. 



AT 


Aittlria 


PR 


AU 


Atsiraiia 


CA 


BB 




GB 


BB 


Belgium 


GN 


BP 


BuclifU Rbo 


CB 


BC 


BulgBHa 


HU 


«f 


Boiia 


IB 


BB 


Bn/U 


IT 


CA 


Cuutia 


JP 


CP 


C^ual ATriun Republfe 


KP 


oc 






CH 


SwiCBcrlajid 


KB 


a 


CiSlcdtwiin: 


KZ 


CM 


C^inMsraan 


U 


cs 


CVcriiuahwrjtM 


uc 


cz 


CVcdi RiqiuUk 


141 


DE 




MC 


DK 


OeuDarfc 


MC 


£8 


Spain 


Ml. 


PI 


Hraland 





Fnums 


MR 




MW 


United King^iom 


NL 


Guinea 


NO 


Greece 


NZ 


Hungary 


PL 


Iretaad 


PT 


llaiy 


BO 


Ja|»ii 


RU 


fXanocfaUc Puoplc% RcpubOc 


8D 


of Bona 


SB 


RcpuUk of Korea 


SK 




SN 




SU 




TD 


l^itembours 


TC 




UA 


Madag!Mar 


US 


Mali 


VN 



MnaiDlia 



Mauriuinia 
Malawi 
NeUicftaiidb 
Norway 
New Zialaiid 



Poland 
Portugal 
Ramaaia 




Soviet Union 
Cliad 
Tofo 
Ukndne 

Ufutnl state of Aflwriea 
VIetNaA 



wo 93/15127 



PCT/LS93/00568 



CONTINUOUS PROCESS FOR THE MANUFACTURE OF 
LACTIDE AND LACTIDE POLYMERS 

BACKGROUND OF THE INVENTION 
5 1. Field of the Invention 

The present Invention relates to processes for 
the continuous production of lactlde and lactlde 
polymers from crude lactic acid and esters of lactic 
acid In the field of biodegradable polymers. 
10 2. Description of the Prior Art 

The continued depletion of landfill apace and 
the problems associated with Incineration of waste have 
led ro the need for development of truly biodegradable 
polymers to be utilized as s\ibstltutes for non- 
15 biodegradable or partially biodegradable, petrochemical- 
based polymers. The use of lactic acid and lactlde to 
manufacture a biodegradable polymer Is well known In the 
medical Industry. As disclosed by Nleuwenhuls et al. 
(U.S. Patent No. 5,053,485), such polymers have 'been 
used for making biodegradable sutures, clamps, bone 
plates and biologically active controlled release 
devices. It will be appreciated that processes 
developed for the manufacture of polymers to be utilized 
In the medical Industry have Incorporated techniques 
which respond to the need for high purity and 
blocompatlblllty In the final polymer product. 
Furthermore, the processes were designed to produce 
small volumes of high dollar-value products, with less 
emphasis on manufacturing cost and yield. It Is 
believed that prior to Applicants' development, viable, 
cost-competitive processes for the continuous 
manufacture of purified lactlde and lactlde polymers 
from lactic acid having physical properties suitable for 
replacing present petrochemical-based polymers In 
packaging, paper coating and other non-medical Industry 
applications were unknown. 

It Is known that lactic acid undergoes a 
condensation reaction to form polylactlc acid when water 
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is removed by evaporation or other means. The overall 
polymerization reaction is represented by: 
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As Dorough (U.S. Patent No. 1,995,970) 
recognized and disclosed, the resulting polylactic acid 
is limited to a low molecular weight polymer of limited 
value, based on physical properties, due to a competing 
depolymerization reaction in which the cyclic dlmer of 
lactic acid, leictide, is generated. As the polylactic 
acid chain lengthens, the polymerization reaction rate 
decelerates until it reaches the rate of the 
depolymerization reaction, which effectively, limits the 
molecular weight of the resulting polymers. An example 
of this equilibrium reaction is represented below. 
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Given this understanding, Dorough was convinced 
that high nolecular weight polymers could not be 
generated directly from lactic acid. He was, however, 
successful in generating high molecular weight polymers 
from lactide, through the lactic acid dimer generated 
from the low molecular weight polymers of lactic acid. 
Because these polymers are generated from lactide, they 
are known as polylactides . 

It is well known that lactic acid exists in two 
forms which are optical enantiomers, designated as D- 
lactic acid and L-lactic acid. Either D-lactic acid, L- 
lactic acid or mixtures thereof may be polymerized to 
form an intermediate molecular weight polylactic acid 
which, upon further polymerization, generates lactide as 
earlier disclosed. The lactide, or the cyclic dimer of 
lactic acid, may have one of three types of optical 
activity depending on whether it consists of two L- 
lactic acid molecules, two D-lactic acid molecules or an 
L-lactic acid molecule and a D-lactic acid molecule 
combined to form the dimer. These three dimers are 
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designated L-lactide, D-lactide and meso-lactide, 
respectively, in addition, a 50/50 mixture of L-lactide 
and D-lactide with a melting point of about 126»C is 
often referred to in the literature as D, L-lactide. 
5 DeVries {U.S. Patent No. 4,797,468) recently 

disclosed a process for the manufacture of lactide 
polymers utilizing a solvent eactraction process to 
purify lactide prior to polymerization, with DeVries' 
disclosure, the inventor recognized that existing 
10 literature recommends purification of lactide by several 
recrystallization steps. It is believed that processes 
prior to DeVries solvent extraction method, have 
generally utilized a recrystallization step to purify 
the crude lactide in order to obtain a source of lactide 
15 suitable for polymerization. However, processes 

utilizing such recrystallization steps are known to have 
relatively poor yields due to significant losses of 
lactide during the recrystallization steps, it is 
believed that producers of medical-related biodegradable 
20 products have not been concerned with such low yields 
because of the high margin generally expected for sales 
of such products and the lack of competitive 
alternatives. It will be appreciated, however, that in 
developing a process for the large-scale, commercial 
25 manufacture of biodegradable polymers, such as 

polylactides, for use in nonmedical-products-oriented 
applications where such polymers will necessarily 
compete with low-cost polymers made from petrochemicals, 
it will be important to maximize yield and minimize 
30 other overall cost factors to produce a biodegradable 
polymer which is cost-con^etitive . 

The biogradable polylactide polymers must also 
possess physical properties suitable for application in 
non-medical products presently utilizing petrochemical- 
35 based polymers such as packaging materials, paper 

coatings and any other disposable articles. Nieuwenhuis 
et al. disclose that lactide polymers derived from 
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polymerization of mixtures of the three lactides result 
in polymers with a variety of useful physical 
properties, including improved biodegradability. 
However, no commercially viable process for the large- 
5 scale manufacture of such lactide polymers is believed 
to have been disclosed to date. 

Lactic acid is commercially available and 
manufactured from several known processes. 
Representative examples of such processes are disclosed 
10 by Glassner et al. (European Patent Application, BP 
393818, October 24, 1990), G. Machell, "Production and 
Applications of Lactic Acid", Industrial Chemist and 
Chemical Manufacturer , v. 35, pp. 283-90 (1959) and Kirk 
Othmer, Encyclopedia of Chemical Technoloov . "Lactic 
15 Acid", V. 12, pp. 177-78 (2nd ed. 1963). 

The optical activity of either lactic acid or 
lactide is known to alter under certain conditions, with 
a tendency toward equilibrium at optical inactivity, 
where equal amounts of the 0 and L enantiomers are 
20 present. Relative concentrations of D and L in the 
starting materials, the presence of isipurities or 
catalysts and time at varying temperatures and pressures 
are known to affect the rate of such racemization. 

Huller (U.S. Patent No. 5,053,522) discloses 
25 that the preparation of optically pure lactide from an 
optically pure lactic acid feed is possible when 
utilizing appropriate conditions and catalysts. 
However, there is no teaching of a process which 
controls the optical purity of the resulting lactide to 
30 desired degrees or minimizes overall costs and meiximizes 
yield of the lactide product. Furthermore, there is no 
disclosure of a commercially-viable lactide purification 
system, which allows production of polymer grade 
lactide, from crude lactic acid, which may subsequently 
35 be polymerized to produce a variety of non-medical- 
related poly lac tide polymers suitable for replacing 
existing petrochemical-based polymers. 
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Bdllis (U.S. Patent No. 4,727,163} discloses 
the use of an ester of an alpha-hydroxy acid on a 
thermally-stable polyether core to manufacture highly 
pure cyclic esters such as lactide. Bhatia (U.S* Patent 

5 No. 4,835,293) discloses a process for preparing highly 
pure cyclic esters such as lactide by heating a polymer 
of the corresponding alpha**hydroxy acid or its ester or 
a copolymer of the alpha-hydroxy acid or its ester and a 
thermally-stable polyether core in the presence of an 

0 inert gas with the cyclic ester being carried from this 
reaction with the inert gas to a solvent system. Bellis 
et al. (PCT Application No. WO 92/00292, published 
Janiiary 9, 1992) disclose a continuous catalyzed vapor 
phase process for the production of dimeric cyclic 

5 esters such as lactide by converting the corresponding 
alpha-hydroxy carboscylic acid or ester in the vapor 
phase over a solid catalyst such as silica alumina and 
preferably silica alumina having a high silica content, 
in the presence of a carrier gets. However, it is 

0 believed that none of these references disclose a 

commercially viable overall process for the large scale 
manufacture of polylactide polymers. Furthermore, there 
is no disclosure of a lactide purification system which 
allows production of a polymer grade lactide for use in 

5 non-medical-related polylactide polymers cost- 
effectively suitable for replacing existing 
petrochemical-based polymers. 

Accordingly, a need exists for a continuous 
manufacturing process which utilizes commercially- 

0 available crude lactic acid or ester of lactic acid to 
produce polylactide polymers suitable as a cost- 
competitive replacement for petrochemical-based 
polymers. The present invention addresses this need as 
well as other problems associated with the production of 

5 lactide polymers. The present invention also offers 
further advantages over the prior art, and solves other 
problems associated therewith. 
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SUMMARY OF THE INVENTION 

The present invention provides a continuous 
process for the production of lactide polymers from a 

5 crude lactic acid feed source. The crude lactic acid 
feed may be any available combination of the optical 
enantiomers D«lactic acid and L-lactic acid in solution 
with a hydroxylic medium such as water or other solvent 
such as methanol, ethanol, propanol/ butanol, 

10 isopropanol, isobutanol, or the ILlce, or mixtures 

thereof. The crude lactic acid or source of lactic acid 
could also be an ester of lactic acid, such as methyl 
lactate, ethyl lactate, propyl lactate, butyl lactate^ 
isopropyl lactate, isobutyl lactate or the like, or 

15 mixtures thereof. The crude lactic acid may also be a 
mixture of lactic acid and esters of lactic acid. An 
ester of lactic acid suitable for use in the present 
invention may generally be defined by the formula: 

H 

20 I 

HO - C - C - OR 

I I 

CH3 0 

25 wherein R is a Ci-Ca linear or branched alkyl. 

When an ester of lactic acid is used as the 
source of a crude lactic acid for the process of the 
present invention, the polymerization reaction along 
with the depolymerization reaction and the equilibrium 

30 between the two compounds are altered. The ester group, 
or more particularly the linear or branched alkoxy group 
leaves during the polymerization reaction from one end 
of the lactate molecule while a hydrogen is cleaved from 
the hydroxy group on the opposite end of another lactate 

35 molecule. Thus, a condensation reaction by-product of 
the formula ROH is formed. The overall polymerization 
reaction is represented byj 
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30 As the poly lactic acid chain lengthens, the 

polymerization reaction rate decelerates and the 
depolymerization reaction to form leictide accelerates 
until eguilihriun is reached. This equilibrium is 
represented byt 
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As Indicated by the above reactions, polymer 
chains may contain an ester end group wherein said 
polymer would be defined as a polylactic ester polymer. 

30 For the sake of clarity, applicants herein define 

polylactic acid or polylactic acid nolecules to include 
the polymer chains disclosed above with an ester and 
group or end cap as formed from the polymerization of eui 
ester of lactic acid. Further, condensation reaction 

35 by-products include both water and chemical compounds of 
the general formula ROH wherein R is a Ci-Cg linear or 
branched alkyl. 

It is, however, recognized that the composition 
of the crude lactic acid feed source and the design and 

40 operating conditions of the process disclosed herein 
will affect the optical purity of the final polylactide 
polymer product. The process disclosed herein provides 
for the control of racemization to advantageously 
produce a polymer grade lactide of selected optical 

45 purity and composition. Because racemization can be 

controlled, it is possible to project the optical purity 
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and composition of the resulting product based on that 
of the starting material and on processing conditions. 
When polymerized, the resulting polylactide can have 
desirable physical properties for a wide variety of non- 
5 medical related applications. Furthermore, impurities 

such as color bodies, carbohydrates, proteins, amino » 
acids, salts, metal ions, aldehydes, ketones, carboxylic 
acids, esters of ceorboxylic acids, esters of carboxylic 
acids or other organic acids, may be present in the 
10 crude lactic acid feed. Applicant's process disclosed 
herein overcomes problems associated with producing a 
polymer grade lactide when such contaminants are 
present. 

Referring now briefly to Figure 1, which 

15 provides a preferred flowchart of the overall process 
disclosed herein, the crude lactic acid is first fed to 
an evaporator, continuously. Within the evaporator a 
portion of the water or solvent or any condensation 
reaction by-product is removed from the crude lactic 

20 acid. The water or solvent or any condensation reaction 
by-product is removed as a vapor from the evaporator and 
discarded or recycled. The evaporator thus concentrates 
the lactic acid in the crude feed. It is believed there 
will be some condensation reaction occurring and the 

25 lactic acid may start to form oligomers and low 

molecular weight polymers during the evaporation step, 
producing a condensation reaction by-product. A small 
quantity of lactide may also form. This concentrated 
lactic acid is next fed to a prepolymer reactor, which 

30 in reality is a fuorther evaporator. 

It is well known in the art that as water or 
solvent ar& removed from a solution of lactic acid, the 
remaining lactic acid will begin to polymerize. In the 
prepolymer reactor, sufficient water or solvent and 

35 condensation li^roducts such as water, ethanol, 

methanol, propanol, buteuiol, isopropanol, isobutanol and 
the like are removed to cause the lactic acid to 
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polymerize to form lactic acid polymers having an 
average molecular weight of about 100 to about 5000, 
preferably about 200 to about 3000, and more preferably 
about 400 to about 2500. The water or solvent removed 

5 is recycled or discarded. In preferred embodiments, the 
water or solvent is recycled back to the evaporation 
process, because it may be contaminated with lactic 
acid. In this preferred embodiment, loss of feed 
material is prevented and the overall yield is 

0 increased . 

It is recognized by Applicants that the 
evaporation and prepolymerization stages may be combined 
into one step. However, Applicants have discovered the 
benefit of utilizing two steps that allow first removing 

5 uncontaminated water or solvent in the evaporation step 
which is readily discarded or reused without treatment. 
The vapor stream from the prepolymerization reactor is 
greatly reduced in volume, yet contains some lactic 
acid. Recycling back through the initial evaporation 

0 step allows recovery of any lactic acid carryover, thus 
preventing loss of any valuable feed material. 

The prepolymer product from the prepolymer 
reactor, polylactic acid or PLA, is fed to a lactide 
reactor. A catalyst is simultaneously and continuously 

5 fed to the lactide reactor. Many suitable catalysts axB 
known, such as metal oxides, metal halides, metal dusts 
and organic metal compounds derived from carboxylic 
acids or the like. It is believed, any such catalyst 
may be utilized in the process disclosed herein. 

0 Polymer properties will, however, vary. In a preferred 
embodiment, the prepolymer and catalyst are mixed 
together in a static mixer to facilitate an even 
distribution of catalyst within the prepolymer. The 
solution within the lactide reactor would quickly come 

5 to an equilibrium distribution of lactide and polylactic 
acid with the temperature and catalyst employed. Heat 
is added to vaporize the crude lactide which is 
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continuously removed from the lactide reactor, thus 
driving the depolymerization reaction, resulting in the 
net production of lactide as the contents of the lactide 
reactor seek eguilibriw. It is believed that 
5 concentrations of unreactive high-boiling polylactic 
acid and other non-volatile impurities will concentrate 
in the solution vithin the lactide reactor. It is 
believed this will require a purge stream to remove such 
impurities . 

0 In a preferred embodiment of the present 

invention, a portion of the purge stream of unreactive 
high-boiling polylactic acid or other non-volatile 
impurities in the solution within the lactide reactor 
may be recycled to a point prior to the lactide reactor 

5 system or fed to polymerization. Based on experimental 
data which will follow hereinbelow, it is believed that 
any long chain lactic acid polymers will undergo 
transeaterif ication to form lower molecular weight 
polylactic acids which may be utilized as a feed source 

0 to the lactide reactor. This allows further 

maximization of yield due to reduced loss of valuable 
feed material. 

The crude lactide vapor is composed of a 
mixture of all three possible lactides: L-lactide, D- 

5 lactide, and meso-lactide, in various combinations. 

Along with the lactide, there is residual water, lactic 
acid and condensation reaction byproducts. This cirude 
lactide may be fed directly to a distillation system as 
a vapor for purification. In a preferred embodiment, 

0 this stream is fed to a partial condenser in which the 
lactide condenses and the majority of the water and 
other impurities remain as vapors and are recycled back 
to the lactide reactor or other upstream process 
equipment such as the evaporator or prepolymer reactor. 

5 Preferably, the condensed crude lactide is fed directly 
to a distillation system for purification. Within this 
distillation system residual water and lactic acid are 
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preferably removed as a distillate product and recycled 
back to the lactide reactor or other upstream process 
equipment such as the evaporator or prepolymer reactor, 
in addition, provision may be made to remove low 
5 molecular weight oligomers which may be present in the 
crude lactide or formed during distillation. The 
purified lactide is preferably fed to a polymerization 
reactor of conventional design. 

The distillation system of the present 
10 invention may be any conventional distillation column. 
However, in a preferred embodiment of the present 
invention the distillation column is utilized to 
separate the crude lactide into at least three component 
streams. The overhead low-boiling stream or distillate 
15 stream contains those components which have a lower 
boiling point than lactide, such as lactic acid, water 
or other solvent and condensation reaction by-products 
which may be present within the system. The second 
stream is a high-boiling bottoms stream which contains 
20 those components which are higher boiling than a 
lactide, such as oligomers of lactic acid having at 
least two lactic acid units in the polymer chain. Both, 
of these streams may contain lactide in various 
concentrations depending upon equipment design and 
25 operation. The third component stream would be the 
substantially purified lactide which would be removed 
from the column as an intermediate-boiling sidedraw 
stream. Substantially purified lactide is any lactide 
suitable for polymerization to form useful polylactide 
30 for application in non-medical related products. 

Substantially purified lactide is a mixture of lactide 
and other constituents with a concentration of lactide 
of about 75% by weight lactide, more preferably about 
85% to 95% by weight lactide and most preferably about 
35 99% by weight or greater lactide. Applicants recognize 
that the intermediate boiling sidedraw stream as removed 
from the distillation column may not be pure enough to 
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be substantially purified lactide, thus in an 
alternative embodiment, the intezxiediate-boiling 
sidedrav stream upon concentration in the distillation 
system may be fed to a second distillation system within 
5 which the lactide is concentrated to form a 
substantially purified lactide* 

The overhead low-boiling stream may also 
contain the linear dimer of lactic acid and the linear 
dimer of lactate esters collectively referred to herein 
10 as DP2, or alternatively, such stream may be extracted 
from the distillation column as a second intermediate- 
boiling sidedraw stream at a point in the distillation 
column wherein said DP2 concentration is maximum at 
steady state. It is recognized that DP2 has a higher 
15 boiling point than lactide and should be concentrated in 
the high boiling bottoms stream, however, applicauits 
recognized DP2 may be formed by ring-opening 
decomposition of lactide during distillation. 

An alternative to a standard distillation 
column could be incorporated in a preferred embodiment 
which would include a reactor vessel with a distillation 
column mounted directly on top of such vessel to create 
a single enclosed area within which ireactions and 
distillation to purify the lactide take place « in such 
system catalyst and prepolymer are fed directly to the 
reactor wherein crude lactide is generated. The crude 
lactide is vaporized as it is generated and flows 
directly up into the distillation column mounted on top 
of the lactide reactor. Within such column the lactide 
is purified. As indicated above, the top-motinted 
distillation column would be utilized in the same memner 
as a conventional distillation system, however, the 
physical structure of said column varies. Thus, an 
overhead low-boiling distillate stream, and an 
intermediate-boiling sidedraw stream are formed* The 
high-boiling bottoms stream, however, flows down the 
distillation column back to the lactide reactor for 
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subsequent depolymerizatlon to form more lactlde. In a 
conventional system, the same effect may be accomplished 
by recycling the high-boiling bottoms stream from the 
conventional distillation system to the lactide reactor. 
5 As Indicated above, the crude lactic acid feed 

to the process disclosed herein may include a soiirce 
such as lactic acid, but also the crude lactic acid may 
be the ester of a lactic acid such as methyl lactate or 
ethyl lactate. The crude lactic acid feed may also be a 

10 mixture of an ester of lactic acid and lactic acid. 

When an ester of lactic acid, alone or in a mixture with 
lactic acid, is used as the crude lactic acid feed 
source for the present process, several modifications 
are made to the above-disclosed process to improve 

15 conversion of raw materials and recovery of by-products. 
The first such modification includes addition of a 
catalyst or reacting in the presence of a catalyst the 
ester of lactic acid to form the condensation product or 
prepolymer, poly lactic acid (as defined herein). 

20 Applicants have found that catalysts which may be used 
include soluble homogeneous catalysts or insoluble 
solid, supported catalysts. The key to selection of 
. such catalyst is necessity of having acid functionality 
to provide the necessary protons in the case of an acid 

25 or a positive charge density in the case of a Lewis 
acid, to catalyze the condensation of the ester of 
lactic acid to form a prepolymer polylactic acid. These 
catalysts are referred to herein as having acid 
functionality . 

30 Applicants have also discovered that when a 

catalyst is added to promote the condensation of the 
ester of lactic acid to form a prepolymer polylactic 
acid, the same catalyst also promotes depolymerization 
of the formed polylactic acid to generate crude lactide. 

35 The benefits include downsizing of equipment with the 
need for less surface area and the ability to conduct 
the condensation reaction to form the prepolymer and the 
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depolymerization reaction to form lactide within the 
same reactor or reaction vessel. 

Applicants have discovered, however, that it is 
detrimental to have the acid-functional catalyst present 
5 within the distillation system of the process disclosed 
herein. When present, the catalyst promotes the ring 
opening of the lactide as it is being purified to 
generate lineeir dimer and other oligomers of higher 
degree of polymerization. To overcome such detriment^ 

10 applicants have disclosed herein two alternative 

processes for producing and purifying crude lactide when 
an ester of lactic acid is utilized as the crude lactic 
acid source and a catalyst with acid functionality is 
used. When a soluble catalyst is utilized, the crude 

15 lactide is first fed to a flash distillation system 

wherein a portion of the lactide generated is flashed to 
a vapor and taken as an overhead stream without 
substantial residence time within the flash distillation 
system. The soluble catalyst remains with the higher 

20 boiling material which includes prepolymer and some of 
the lactide which was generated, this bottoms stream is 
recycled back to the lactide reactor. Alternatively, in 
a preferred embodiment, applicants utilize an Insoluble 
supported catalyst which is contained within a catalyst 

25 bed reactor or catetlyst bed reactor system. The ester 
of lactic acid is fed to this catalyst bed reactor 
system wherein prepolymer and lactide are both generated 
in the presence of the solid, supported catalyst. Also 
generated is condensation reaction by-product. The fact 

30 that the supported catalyst is insoluble eliminates the 
ring-opening reaction problems within the distillation 
system as mentioned above because it is retained in the 
catalyst bed reactor. 

As mentioned above, there are several 

35 conventional distillation systems along with special 
reactor distillation column arrangements such as the 
top-mounted distillation column which are able to be 
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Utilized to purify a crude lactlde stream. All of these 
systems are believed to be equally applicable to 
production of purified lactlde vhen an ester of lactic 
acid Is utilized as the crude lactic acid feed source. 
5 It Is recognized that specific details of equipment size 
and operating conditions will vary. 

The preferred overall process disclosed herein 
allows for the continuous manufacture of lactlde 
polymers from a crude lactic acid with little or no 
10 waste of raw material lactic acid feed or ester of 

lactic acid feed. This Is accomplished by maintaining 
the crude lactlde which was generated In the lactlde 
reactor as a liquid or vapor and avoiding the yield loss 
associated with the recrystalllzatlon step traditionally 
15 used to purify the lactlde. The purified lactlde 

leaving the distillation system is further maintained as 
a liquid and fed into a polymerization process. 

Other monomers may be added to this purified 
liquid lactlde prior to polymerization to achieve 
20 production of co-polymers of polylactide. 

Representative co-polymers are disclosed by P. Dave, N. 
Ashar, R. Gross, S. McCarthy, "Survey of Polymer Blends 
Containing Poly (3-hydroxybutyrate-co-16% 
hydroxyvalerate) , Polymer Preparation, American Chemical 
25 Society, v, 31 (1), pp. 442-3 (1990); B. Rledl and R. 
Prud'horome, "Thermodynamic Study of Poly(vlnyl 
chloride) -Polyester Blends by Inverse Gas Phase 
Chromatography", J. Polymer Science, Part B, vol. 
24(11), pp. 2565-82 (1986); H. Younes and D. Cohn, 
30 "Phase Separation in Poly (ethylene glycol) /Poly (lactic 
acid) Blends, European Polymer J,, v. 24(8), pp. 765-73 
(1988); Smith et al. (European Patent Application, BP 
209371, January 21, 1987); Pines et al. (European Patent 
Application BP 109197, May 23, 1984); J. Zhu, Y. Shao, 
35 W. Sul, S. Zhang, H. Xiao and Z. Tao, "Homopolyners and 
Copolymers of Glycolide and Lactlde", C-MRS Int. Symp. 
Proc. Meeting Date 1990, v. 3, pp. 387-90 (1990); 
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Jarrett et al. (U.S. Pat. 4,788,979); and, T. Nakamura 
el: al., "Surgical Application of Biodegradable Films 
Prepared from Lactide-Epsilon-Caprolactone Copolymers, 
Advanced Biomaterials , 7 (Biomater. Clin. Appl.) pp. 
5 759-64 (1987). 

Applicants believe any monomer capable of co*- 
polymerizing with lactide may be used with the process 
disclosed herein. 

In particular, this system allows recovery of 

10 any meso*-lactide which may be present or formed within 
the disclosed process and which is normally lost in a 
recrystallization process. Further, the problems 
associated with handling solid materials are eliminated. 
These problems are well-documented by D. D. Deane and E. 

15 6. Hammond in ''Coagulation of Milk for Cheese-Making by 
Ester Hydrolysis", J. Dairy Science, v. 43, pp. 1421- 
1429 (1960) and Nieuwenhuis et al. (U.S. Patent 
5,053,485) which are incorporated herein by reference. 
The problems of storing such solids for any time period 

20 are also disclosed by Deprospero et al. (U.S. Patent 
3,597,449) and F. E. Kohn et al. in J. of Applied 
Polymer Science, Vol. 29, 4265-4277 (1984) which are 
incorporated herein by reference. These problems 
include contamination by water vapor which would lead to 

25 ring-opening side reactions causing the lactide to 

convert to lactic acid. The presence of lactic acid in 
the feed to the final polymerization step will result in 
polymers of limited molecular weight. 

It is believed that the prior art does not 

30 teach use of distillation to purify crude lactide 

streams. Applicants believe that one would not turn to 
utilization of distillation due to the narrow 
differences between melting point and boiling point of 
laictide streams, which potentially could cause solid 

35 plugging problems within a distillation system. 

Furthenaore, side reactions in which the lactide ring is 
opened and polymers of lactic acid are formed may occur 
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during distillation. It is believed, the presence of 
such side reaction products would lead to undesirable 
moleculetr weight limitations in the final polymer 
product. Applicants have discovered that proper design 
5 and control of a distillation system coupled with direct 
feed of a crude lactide vapor stream or a liquid crude 
lactide stream after partial condensation to remove 
water and lactic acid vapor allows purification of crude 
lactide in a conventional distillation system. Previous 

10 to this disclosure, applicants believe, any polymer made 
from non-optically pure lactide relied on blending the 
various lactide components, each of which had been 
purified separately using recxystallization of a crude 
lactide produced by other techniques. 

15 The present system also allows use of crude 

lactic acid streams which contain impurities. As 
designed, the present system allows for removal of both 
low-boiling and high-boiling impurities prior to 
distillation of the crude lactide stream which Is 

20 subsequently polymerized. The prior art falls to 
disclose a process with such advantages. Further, 
Applicants have found that Impurities may prevent 
catalyst activation. In a preferred embodiment, this 
problem is overcome by first activating the catalyst by 

25 heating a mixture of the catalyst and purified lactic 
acid or lactide, then feeding such activated catalyst 
with the crude lactic acid feed. It is believed the 
prior art contains no such teaching. 

The present system further allows use of a 

30 crude lactic acid which is comprised of esters of lactic 
acid. Applicants have designed an overall process which 
allows processing of commercially-available esters of 
lactic acid to polymers of lactide which is commercially 
feasible as a cost-competitive replacement for 

35 petroleum-based polymers. Appllceuits have found It is 
necessary to utilize a catalyst with acid functionality 
to promote the condensation of the ester of lactic acid 
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to form a prepolymer. Applicemts have also found that 
such catalysts promote the depolymerization of the 
prepolymer to form lactide. 

The detrimental effects of using a catalyst 

5 with acid functionality are also disclosed by applicants 
along with process modifications to overcome such 
detriments. The acid- functional catalyst creates 
instability within the distillation system, in that such 
catalyst causes the ring-opening reaction of lac tide to 

0 form linear dimers and other oligomers of higher degree 
of polymerization while the lactide is being purified in 
the distillation column of the present system. 
Applicants have disclosed the use of a flash 
distillation system with short residence time to 

5 separate the lactide from a soluble acid-functional 

catalyst. In the alternative, applicants have disclosed 
the use of a solid, insoltible catalyst alone or on a 
support with said catalyst contained within a catalyst 
bed reactor system. The insolubility of the catalyst 

0 overcomes the stability problems within the distillation 
system. It is believed the prior art contains no such 
teachings • 

These and various other advantages and features 
of novelty which characterize the present invention are 

5 pointed out with particularity in the claims annexed 
hereto and foinning a part hereof. ffi>wever, for a better 
understanding of the invention, its advantages, and the 
objects attained by its use, reference should be made to 
the drawings which form a further part hereof, and to 

0 the accompanying descriptive matter, in which there are 
illustrated and described preferred embodiments of the 
present invention. 



BRIEF DESCRIPTION OF THE DRAWINGS 
In the drawings, in which like referenced 
numerals indicate corresponding parts or elements of 
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preferred embodiments of the present Invention 
throughout the several views; 

Figure 1 is a flow diagram of the preferred 
overall process steps of the present invention; 
5 Figure 2 is a detailed schematic representation 

of a preferred polylactide polymer production system in 
accordance with the present invention; 

Figure 3 is a graph showing the effects of 
sodium on lactide production rate and optical purity; 
10 Figure 4 is a graph which represents the 

relationship between the optical purity of generated 
lactide in relation to the molecular weight of the feed 
to the lactide reactor; 

Figure 5 is a graph showing the relationship 
15 between catalyst concentration and optical purity of the 
resulting lactide; 

Figure 6 is a graph showing the effect of 
hydroxyl impurities on polymer molecular weight at 
different temperatures; 
20 Figure 7 is a graph showing the effect of 

hydroxyl impurities on polymer molecular weight at 
different catalyst concentrations; 

Figure 8 is a graph showing the equilibrium 
lactide concentration as a function of temperature; 
25 Figure 9 is a schematic representation of a 

preferred lactide reactor/distillation column 
configuration ; 

Figure 10 is a schematic diagram of a preferred 
alternative polylactide polymer production system; 
30 Figure 11 is a schematic representation of a 

preferred alternative polylactide polymer production ~ 
system incorporating catalyst removal; and. 

Figure 12 is a schematic representation of a 
preferred alternative polylactide polymer production 
35 system incorporating a catalyst bed reactor system. 
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DETAILED DESCRIPTION OF THE PREFERRED BMBODIMENTS 
As required, det:ailed embodiiaenl:s of -the 
present; Invention are disclosed herein » However, it is 
to be understood that the disclosed embodiments are 
5 merely exemplary of the present invention which may be 
embodied in various systems. Therefore, specific 
details disclosed herein are not to be interpreted as 
limiting, but rather as a basis for the claims and as a 
representative basis for teaching one skilled in the art 

10 to variously practice the present invention. 

Referring now to the figures. Figure 2 
represents an overall schematic flowchart encompassing 
the preferred process disclosed herein. A crude lactic 
acid feed (2) is provided. The crude lactic acid feed 

15 may be of various grades. This could include USF, food 
grade, or any other solution in a hydroaq^lic medium. A 
hydroxylic medium is a medium which contains molecules 
having a hydro:^l group, mediums such as water, 
methanol, ethanol, propanol, butanol, isopropanol, 

20 isobutanol and the like, preferably having a number of 
carbon atoms in a range from 0-4, more preferably in a 
range from 0-2. The crude lactic acid can include from 
about 1% to about 99% by weight lactic acid, preferably, 
from about 1% to about 85%, more preferably from about 

25 5% to about 50%. In a preferred embodiment, the crude 
lactic acid feed is a solution of about 15% lactic acid 
and about 85% water which is commercially produced. 
Many manufacturing processes for producing crude lactic 
acid are known in the art, such as Glassner et al., 

30 (European Patent Application, BP 393818, October 24, 
1990); G. Machell, "Production and Applications of 
Lactic Acid", Industrial Chemist and Chemical 
Manufacturer # v. 35, pp. 283*90 (1959) and Kirk Othmer, 
Encyclopedia of Chemical Technoloov ^ "Lactic Acid", v. 

35 12, pp. 177-78 (2nd ed. 1963), which are ixu:orporated 
herein by reference. In an alternative embodiment, the 
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source of crude lactic acid (2) could be in the form of 
the ester of lactic acid of the general formula: 

R 

I 

HO - C - C - OR 

I I 

CH, O 

wherein R is a Ci-C, linear or branched alkyl. Preferred 
esters are methyl lactate, ethyl lactate, propyl 
lactate, butyl lactate, isopropyl lactate or isobutyl 
lactate or mixtures thereof. These esters are known 
intermediate products of the lactic acid process 
disclosed above and incorporated herein by reference. 
The crude lactic acid may be a mixture of these esters 
of lactic acid or a mixture of these esters of lactic 
acid or a mixture of one or more esters of lactic acid 
with lactic acid. 

It is well known in the art that lactic acid 
includes two optical isomers, the L and o enantlomers. 
Either optical isomer or any combination thereof may be 
utilized as a crude lactic acid feed to the present 
reactor system. Furthermore, Applicants recognize that 
the crude lactic acid feed (2) may contain other 
25 Impurities, such as color bodies, carbohydrates, 

proteins, amino acids, salts, metal ions, aldehydes, 
ketones, other carboxylic acids and esters of carboxylic 
acids. As will be explained in greater detail below, 
and in Example 1, the overall system incorporated in the 
present invention includes outlets for such impurities 
so that their impact on final polymer products is 
limited. These outlets are designated as (10), (28), 
(99), (71) and (66) on Figure 2. Bach will be discussed 
in greater detail below. Thus, in preferred embodiments 
35 the need for a more costly purified crude lactic acid 
feed is eliminated. 

A fluid transfer mechanism (4) is provided to 
transport the crude lactic acid feed (2) through an 
optional in-line mixer (6) in a pipeline (8) to an 
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evaporator system (22). The evaporator system (22) is 
utilized to concentrate the crude lactic acid feed (2) 
by removing water or any other solvent or hydroxylic 
medium which is used as a carrier for the lactic acid, 
5 such as methanol, ethMol or the like and any 

condensation reaction by-products. The evaporator 
system (22) may be of any conventional type known in the 
art/ such as a multiple effect evaporator, a wiped film 
evaporator, a falling film evaporator, or any other 

10 conventional system. It is appreciated that such 

systems may be operated at pressures below atmospheric 
pressure, at atmospheric pressure or above atmospheric 
pressure with commensurate changes in heat load and 
operating temperatures. In a preferred embodiment, 

15 vacuum evaporation is utilized to reduce racemization. 
Water vapor or solvent vapor, in reference to the 
hydroxylic medium or condensation reaction by-product, 
is removed from the evaporator via a transfer line (18), 
and condensed in a condenser (16). The condensed liquid 

20 is transferred in a pipeline (14) to a fluid transfer 
mechanism (12), such as a pump or the like. The fluid 
transfer mechanism (12) transports the condensed water 
or solvent via pipeline (10) as a waste stream and is 
disceurded. 

25 The lactic acid may be concentrated to a weight 

percent lactic acid of about 50% to about 99%, 
preferably from about 75% to about 99% and more 
preferably from about 85% to about 99%. In a preferred 
embodiment, the evaporator system (22) is utilized to 

30 concentrate the crude lactic acid feed from about 15% 
lactic acid up to about 85% lactic acid. 

The concentrated lactic acid is transferred via 
a fluid transfer mechanism (24) through a pipeline (26) 
to a prepolymer reactor (38). The prepolymer reactor 

35 (38) is essentially a second evaporator system of any 
conventional type which is utilized to further remove 
water or solvent from the crude lactic acid feed. A 
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portion of the water or solvent vapor now also includes 
such water or solvent produced from the lactic acid 
polymerization reaction previously disclosed, the 
condensation reaction by-product. The water or solvent 
S vapor leaves the prepolymer reactor (38) via line (32) 
and is condensed in a condenser (30). The condensed 
liquid is transferred via pipeline (36) to a transfer 
mechainism (34), with the transferred liquid comprising 
water or solvent with small aunounts of lactic acid and 
10 other impurities present. This liquid may be discarded 
through line (28) or may be recycled through line (29) 
back to a static mixer or other mixing mechanism and fed 
once again through line (8) to the evaporator (22). The 
remaining liquid in the prepolymer reactor is 
15 continuously transferred via transfer mechanism (40) 
through line (42) to a hold tank (44). 

As previously disclosed, it is well recognized 
in the art that lactic acid undergoes a condensation 
reaction to form polylactic acid, the polymer of lactic 
20 acid, as water is removed. In a preferred embodiment of 
the present system, the prepolymer reactor (38) is 
utilized to remove adequate water or solvent and 
condensation reaction by-product from the lactic acid to 
cause polymerization up to a molecular weight of about 
25 100 to about 5000, preferably about 200 to about 3000, 
and more preferably about 400 to about 2500. As will be 
detailed in Example 2, which follows, in preferred 
embodiments the molecular weight of the polylactic acid 
leaving the prepolymer reactor impacts the chemical 
30 purity as well as the optical purity of the crude 

lactide. This in turn will affect the distillation and 
the properties of the final polymer product 

Applicants recognize that the evaporator system 
(22) and the prepolymer reactor (38) could be combined 
into a single system which provided removal of water or 
solvent sufficient to concentrate the lactic acid feed 
and also to polymerize such lactic acid. In the 
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preferred embodiment, as discussed above, the systems 
are separate to take adveuitage of recognized differences 
in the composition of the vapor leaving the evaporator 
(22) at line (18) and the vapor leaving the prepolymer 
5 reactor (38) in line (32). The first step of 

concentrating the crude lactic acid in the evaporator 
(22) from 15% lactic acid to 85% lactic acid results in 
substantially pure water or solvent leaving the 
evaporator in line ( 18 ) , which may be readily discarded 

10 without treatment. The vapor in line (32) leaving the 
prepolymer reactor (38) will necessarily contain lactic 
acid and other impurities which are carried over in the 
evaporation process. These impurities will preferably 
need to be recycled or treated before discarded. Thus, 

15 in the preferred embodiment. Applicants take advantage 
of the economic benefits of removing nearly pure water 
(or solvent) in the evaporator (22) and reduced recycle 
or waste treatment of the vapor leaving the prepolymer 
reactor (38). 

20 Applicants also recognize that the evaporator 

system (22) and pre-polymer reactor (38) may be replaced 
by a series of batch evaporators that concentrate the 
lactic acid and produce pre-polymer. The series of 
batch systems may be operated to provide a net 

25 continuous supply of pre--polymer. 

The hold tank (44) is maintained at a 
teinperature sufficient to keep the polylactic acid in a 
flowable liquid state. The hold tank (44) is, however, 
only a feature of the preferred embodiment, recognizing 

30 the control problems which may result from direct feed 
to the lactide reactor (60). This liquid is transferred 
via transfer mechanism (46) through a pipeline (48) to a 
static in-*line mixer or other mixing mechanism (50). 
Within the mixing mechanism (50) a catalyst is added to 

35 the polylactic acid. Applicants recognize that any 
means of adding the catalyst to the polylactic acid 
would be appropriate; however, the static mixer (50) 
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utilized in the preferred embodiment allows more even 
distribution of the catalyst within the liquid. The 
catalyzed polylactic acid is transferred via transfer 
line (54) to the lactide reactor (60). It is well 
recognized in the art that polylactic acid maintains a 
dynamic equilibrium with its depolymerization product, 
lactide, as represented by the reaction below t 
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It Is further recognized that this reaction is 
catalyzed by such compounds as tin dust, tin halide, tin 
oxide, and organic tin compounds derived from C1-C20 
carboxylic acids, as disclosed by Muller in U.S. Patent 
No. 5,053,522, which is JLncorporated herein by 
reference. Other metals, such as zinc, and their 
halides, oxides and organic compounds thereof, have been 
recognized by the art as possible catalysts for the 
lactide reaction. It is believed any metals of Groups 
IV, V or VIII of the Periodic Table and compounds 
thereof, are possible catalysts for generating lactide. 
In a preferred embodiment tin oxide is utilized as 
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catalyst;. In a most preferred embodiment the catalyst 
is activated prior to feed. 

As lactide is generated within the lactide 
reactor (60), it is removed as a vapor continuously 
5 through line (58). The removal of lactide further 
drives the depolymerization reaction. It is believed 
that some high^boiling or non-volatile contaminants 
present in the feed to the entire system will 
concentrate in the lactide reactor and necessitate 

10 inclusion of a purge stream (62). Example 1 below 
details the effect of cationic impurities and Example 
11, the detrimental effects of concentrating metal ions 
in the lactide reactor (60). It is believed other 
impurities would have a similar effect and necessitate 

15 the pxirge stream (62). A portion of this purge stream 
(56) may be recycled back to the static mixer (50) and 
recatalyzed and fed to the lactide reactor (60). 
Alternatively, the purge stream may be fed to the 
polymerization reactor (110) via line (68), if such 

20 polymer is desired. A transfer mechanism (64) is 

provided to transport the purge stream optionally to a 
point prior to the evaporator (22) such as the static 
mixer (6) or to the feed line (26) to the prepolymer 
reactor (38) or to waste through line (66) or to a 

25 static mixer (104) for polymerization in a 
polymerization reactor (110). 

The lactide vapor leaving the lactide reactor 
(60) in line (58) is partially condensed in a condenser 
(72). The uncondensed vapor consists of residual lactic 

30 acid and water or solvent, along with some lactide which 
remains uncondensed. This vapor stream leaves the 
system through IJLne (90) and is condensed in a condenser 
(92), the liquid thus being transferred by transfer 
mechanism (96) through line (94). This liquid may 

35 optionally be discarded through line (99) or recycled 
through line (98) back to the crude l£u:tic acid static 
mixer (6). In the preferred embodiment, this stream is 
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recycled in order to recover and utilize any lactic acid 
or lactide which is not condensed in partial condenser 
(72). 

The condensed crude lactide leaving condenser 

5 (72) via line (74) is transferred via fluid transfer 
mechanism (76) through line (78) to a distillation 
system (80) for purification of the lactide. Applicants 
recognize that peurtial condensation may not be necessary 
and the crude lactide vapor may be fed directly to the 

0 distillation system (80). The distillate leaving the 
distillation system (80) in line (82) is composed of 
water or solvent, some residual lactic acid, and some 
lactide carryover. This stream is condensed in 
condenser (84) and transferred via fluid transfer 

5 mechanism (88), in line (86), and may be discarded or 
recycled back to a point prior to the evaporator (22), 
such as the static mixer (6) or the feed line (26) to 
the prepolymer reactor (38) through line (71), or more 
preferably recycled in line (70) back to the static 

0 mixer (50) to be recatalyzed and re- fed to the lactide 
reactor (60). This preferred embodiment allows 
minimization of waste by preventing loss of lactic acid 
or converted lactic acid to lactide from the feedstock. 
The refined lactide is removed from the 

5 distillation system (80) via transfer mechanism (100) in 
line (102) and fed to a polymerization reactor (110). 
Applicants recognize that the distillation system (80) 
may include more than one distillation column or a flash 
drum. 

0 How referring to Figure 9, a preferred 

combination reactor /top-mounted distillation column is 
depicted schematically. In this preferred embodiment, 
the prepolymer is fed to a static in-line mixer or other 
mixing mechanism (50) through a pipeline (48). Within 

5 this mixing mechanism (50) a catalyst is added to the 
polylactic acid or prepolymer through a pipeline (52). 
The catalyzed prepolymer is then fed to the combined 
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reactor/ top-mounted distillation column (200) through a 
pipeline (54). As disclosed above, the well-recognized 
dynamic equilibrium between the polylactic acid and its 
depolymerization product, lactide, results in an 
5 approximate concentration of 5 weight % lactide within 
the reactor portion of the reactor with top-mounted 
distillation column (200). In the presence of heat, the 
lactide is vaporized within the lactide reactor with 
top-mounted distillation column (200) and travels 

10 directly as a vapor into the top-mounted distillation 
column indicated by (202). Within such distillation 
column (202) the crude lactide is refined and purified. 
A low-boiling overhead stream leaves the distillation 
column in a pipeline (203) to a condenser (204). A 

15 portion of the condensed low-boiling overhead stream is 
removed from the system via a pipeline (205) while a 
second portion of said stream is ref luxed back to the 
distillation column through a pipeline (206). The low- 
boiling overhead stream is composed of water or solvent, 

20 some residual laotLc acid and some lactide carry over. 

Coniponents within the distillation column that 
boil at a tea^erature higher than lactide create a high- 
boiling bottoms stream which, in the present 
configuration, travels down distillation column (202) 

25 directly into the reactor with top-mounted distillation 
column (200) as generally indicated by (208) where it is 
further reacted to form additional lactide. A re-boil 
tray may optionally be located in the bottom portion of 
the top-mounted distillation column (202) to facilitate 

30 purification. The substantially purified lactide stream 
is removed as an intermediate-boiling sidedraw stream 
from distillation column (202) through a line (201). 
The substantially purified lactide may be cooled and/or 
fed to a polymerization process as disclosed above. As 

35 previously disclosed, it may be necessary to subject the 
substantially purified lactide to fuirther purification 
in a second distillation system prior to polymerization. 
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One of skill in the art would make this decision based 
on design and operation of the first distillation system 
in light of desired final polymer properties. 
Applicants recognize it may be necessary to withdraw a 
5 purge stream from the bottom of the reactor with top- 
mounted distillation column (200). This may be 
acconiplished via a pipeline (209) as was indicated above 
in the description of the process of Figure 2. The 
overhead low-boiling streets, leaving the ^system in " 

10 pipeline (205), may be discarded or recycled back to an 
earlier point in the process to recover the lactic acid, 
lactide or any other valuable component present in said 
stream. Alternatively, a sidedraw stream may be 
withdrawn from the column in a pipeline (207) at a point 

15 where lactic acid and linear dimer are high in 

concentration. This stream may be recycled back to the 
reactor with top-mounted distillation column (200) or, 
alternatively, fed back to the catalyst-mixing mechanism 
(50) through a pipeline (48). The presence of dimer at. 

20 a point above the point at which lactide is withdrawn as 
a sidedraw stream is due to ring-opening decooiposition 
reactions . 

The polymerization process may be of any 
conventional design known to the art, such as that 

25 disclosed by J. Leenslag and A. Pennings, "Synthesis of 
High Holeculeir Weight Poly (L-lactide) Initiated with 
Tin 2 -E thy Ihexanoate " , Mairroiooi . Chem. , v . 188, pp . 
1809-14 (1987) and F. Kohn et al., ''The Ring-Opening 
Polymerization of D,L-Lactide in the Helt Initiated with 

30 Tetraphenyltin, J. Applied Polymer Science, v. 29, pp. 
4265-77 (1984), which are incorporated herein by 
reference. 

An alternative source of crude lactic acid for 
the process disclosed above is an ester of lactic acid. 
35 Applicants have discovered that processing an ester of 
lactic acid to form a polylactide polymer requires 
alterations of the above-disclosed general process. 
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These modifications or alternative processing steps are 
described below in detail. It is recognized, however, 
that the general disclosure utilizing lactic acid as the 
crude feed to the general overall process as disclosed 
5 in Figure 2 and Figure 9 and described in detail above, 
is equally applicable to the processes disclosed below 
with the modifications incorporated therein. 
Modifications to the overall general process and 
— "preferred enflaodlments of an overall process for feeding 
10 an ester of lactic acid to said process in producing a 
purified lactide which may be subsequently fed to a 
polymerization system, as indicated above, arm depicted 
generally in Figures 10, 11 and 12 and described in 
detail below. 

15 An ester of lactic acid suitable for use in the 

process of the present invention may generally be 
described hy the formulas 

H 
I 

20 HO-C-C-OT. 

I I 

CHj O 

wherein R 18 a Ci-Cs linear or branched aUgrl* Preferred 
25 esters of lactic acid include methyl lactate, ethyl 
lactate, propyl lactate, butyl lactate, isopropyl 
lactate, isobutyl lactate and mixtures thereof. The 
condensation of an ester of lactic acid results in 
formation of a low molecular weight prepolymer. The 
30 polymerization reaction is generally indicated by the 
formula below: 



0 
I 

35 n HO-CH-C-OR 
I 

CE} 



0 

1 

HO-CH-C- 

I 

CEi 



0 
I 

-O-CH-C- 
I 

CHj 



0 
I 

-0-CH-C-OR + n-l ROH 



n-2 



I 



40 
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While step n of said polymerization reaction is 
represented by: 



0 
I 

HO-CH-C- 

I 

CH) 



O 
I 

-0-CH-C- 

I 

CH, 



O 
I 

-0-CH-C-OR 

I 

CHs 



n-2 



O 

I! 

HO-CH-C-OR 

I 

CH, 



latar of LMtta Aaid 



15 



O 
I 

HO-CH-C- 
I 

CB, 



O 
I 

-O-CH-C- 
I 

CH] 



O 
I 

-0-CH-C-OR + ROH 
I 

n-1 CH, 



20 



25 



30 



As the polylactic acid chain lengthens, the 
polymerization reaction rate decelerates and the 
depolymerization reaction to form lactide accelerates 
until equilibrium is reached. This equilibrium is 
represented by: 



0 O 

1 I 

HO-CH-C-O-CH-C- 

I I 
CH, CH, 



O 
I 

-0-CH-C- 

I 

CH, 



0 
I 

-0-CB-C-OR 

I 

n-3 CH, 



35 



0 
I 

40 HjC C 

\ / \ 
E-C 0 

I I 
0 C-H 

45 \ / \ 

C CH, 

8 

0 



0 

I 

+ HO-CH-C- 

I 

CH, 



O 
I 

-0-CH-C- 
I 

CH, 



O 
I 

-0-CH-C-OR 
I 

n-4 CH, 



50 As indicated by the above reactions, polymer 

chains may contain an ester end group wherein said 
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polymer may be defined as a polylactic ester polymer. 
For the sake of clarity, polylactic acid or polylactic 
acid molecules are defined herein to include polylactic 
acid molecules formed from the polymerization of lactic 
5 acid as disclosed previotisly and polylactic ester 

polymers as disclosed above produced from an ester of i 
lactic acid feed. 

Applicants believe that the above reactions 
represent the overall reaction system. However, it is 

10 also recognized that on a molecular basis, many other 
side reactions or transesterification reactions will be 
ongoing. For example, two ester of lactic acid 
molecules may couple to form a lactide molecule and two 
condensation reaction by-product molecules without 

15 actually going through or maintaining the structure of a 
polylactic acid molecule as defined above. Thus, when 
applicants disclose forming polylactic acid molecules or 
molecules of polylactic acid having an average molecular 
weight of between about 100 to about 5,000 and the 

20 polylactic acid molecules are at least partially 

depolymerized in the presence of catalyst means for 
catalyzing the depolymerization of the polylactic acid 
molecules, it is recognized that this is the overall 
reaction of the system to form lactide from an ester of 

25 lactic acid or from lactic acid itself. It is 

recognized that on a molecular basis, a portion of the 
lactic acid ester molecules may react directly to form 
lactide without ever truly forming polylactic acid 
moleciales • 

30 

As detailed in Example 15 below, applicants 
have also found that the condexisation reaction to form 
polylactic acid or lactide from an ester of lactic acid 
requires a catalyst. It is believed that in the 
35 condensation of lactic acid to form a low molecular 

weight prepolymer, the acid group supplies protons which 
act as a catalyst. When using an ester of lactic acid 
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there are no such acid groups to supply protons* Thus, 
a process utilizing an ester of lactic acid as a feed 
material requires a catalyst at the outset, in order to 
catalyze the condensation reaction. Catalysts believed 
5 useful in preferred embodiments of the process of the 
c present invention include any catalyst which contains 

some acid functionality (provides a proton source) or 
Lewis acid functionality (provides positive charge 
density) . Catalysts such as those used in other 

10 polyester condensation and esterification reactions are 
also useful. For example, zinc acetate, manganese 
acetate, calcium acetate, sodium acetate, antimony 
triacetate, and many others as disclosed by K. 
Ravindranath et al. in Chem. Eng. Science, v. 41, pp. 

15 2197-2214 (1986), which is incorporated herein by 
reference. Specific catalysts would include tin(Il) 
ethylhexanoate, p«toluene sulfonic acid, Fascat* 9100 and 
Fascat^ 9102 (Faacat^ catalysts available commercially 
from Atochem North America Inc, Philadelphia, FA) . 

20 Supported catalysts or solid catalysts with some acid 
functionality or Lewis acid functionality would also be 
useful. These would include the solid catalysts 
. disclosed by Bellis et al. in PCT Application No. WO 
92/00292, which is incorporated herein by reference. A 

25 preferred catalyst is, however, the supported polymeric 
resin catalysts available from Rohm and Haas 
commercially under the tradename Amber lyst* as a series 
of catalysts. Specific examples utilizing such 
Amberlyst* catalysts are outlined below. Also useful are 

30 the solid catalysts of the type described by Sir John 
Meurig Thomas in Scientific American, April 1992, pp. 
112-118. Mineral acid catalysts are also known to 
catalyze the above esterification reactions and would be 
useful in these applications. 

35 Now referring to Figure 10, which represents 

the first change in the overall process disclosed in 
Figure 2 to improve the process for use with an ester of 
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lactic acid as a feed source, an ester of lactic acid is 
fed to an evaporator (260) in a pipeline (250). A 
soluble homogeneous catalyst such as those outlined 
above is fed to the evaporator through a pipeline (251). 
5 Alternatively, the catalyst and ester of lactic acid 
could be fed together into a static mixer prior to being 
fed to the evaporator (260). Within the evaporator 
(260) the ester of lactic acid is heated, and the 
hydros^lic medium, within which the ester of lactic acid 

10 may be in solution, is evaporated. Optionally, the 

ester of lactic acid may be without a hydroscylic medium. 
It is recognized that within the evaporator some 
condensation of the ester of lactic acid will occur to 
form polylactic acid and some lactide. The resulting 

15 condensation reaction by-product, which would include 
coa^unds of the formula ROH depending upon the ester of 
lactic acid used, would be evaporated and taken from the 
system through a pipeline (252). The degree to which 
condensation occurs would depend upon operating 

20 conditions and residence time within the evaporator 
(260). The evaporator (260) may be operated at 
atmospheric pressure or more preferably under reduced 
pressure to allow for lower temperature of operation and 
evaporation. The concentrated ester of lactic acid 

25 within the evaporator (260), along with any formed 
polylactic acid or lactide, is transferred through a 
pipeline (253) by a fluid transfer mechanism (254) into 
a pipeline (255) which feeds a lactide reactor (270). 

Within the lactide reactor (270) the reactions 

30 to form lactide are continued, preferably under 

conditions of elevated tonperature and reduced pressure. 
The mixture of lactide and polylactic acid within the 
lactide reactor (270) is removed through a pipeline 
(271) and fed to a distillation system (280). The 
35 mixture of lactide and polylactic acid is a crude 
lactide. The crude lactide will also contain low 
molecular weight oligomers of lactic acid or the ester 
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of lactic acid, including 0P2 and DP3. Within the 
distillation system (280) the crude lactide is purified. 
The purified lactide is removed as an intermediate- 
boiling sidedraw stream from the distillation system 
5 (280) through a pipeline (282). As disclosed in Figxire 
2, this purified lactide may be fed to a polymerization 
process . 

Within the distillation system (280) at least 
two other fractionated streams are created. A low- 
10 boiling overhead stream leaves distillation system (280) 
through a pipeline (281) where it is condensed in a 
condenser (288) with a portion of the condensed low- 
boiling overhead stream being removed from the system 
through a pipeline (289) and the remainder utilized as a 
15 reflux stream back to distillation system (280) through 
a pipeline (290). The low-boiling overhead stream will 
contain components that are lower-boiling than lactide. 
They may include water, dimer of lactic acid and other 
oligomers, and a concentration of lactide. The 
20 concentration of lactide in the overhead stream will be 
varied depending on distillation system (280) operation. 
It is believed that the concentration of low-boiling 
materials which would be in the overhead stream other 
than lactide will be small, therefore it may be 
necessary to reflux a high quantity of lactide in the 
overhead low-boiling stream in order to purify the 
lactide. 

A high-boiling bottoms stream is removed from 
the distillation system (280) through a pipeline (283). 
This high-boiling bottoms stream will generally include 
those materials higher-boiling than lactide, along with 
a concentration of lactide which will vary depending 
upon the operation of distillation system (280). The 
high-boiling bottoms stream may be recycled back to the 
lactide reactor (270) via a pipeline (286) or, 
alternatively, to the evaporator (260) through a 
pipeline (287). In em alternative embodiment, other 
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sidedrav streams may be removed from the distillation 
system (280) « These are generally indicated by a 
pipeline (284) and a pipeline (285). With proper design 
these sidedrav streams may be located at a point in the 
5 distillation column where a component such as 0P2 or the 
dimer of lactic acid is in high concentration and may be 
withdrawn from the distillation system (280) and 
recycled back to the lactide reactor (270) or evaporator 
(260). 

10 Figures 11 and 12 are directed to process 

modifications to remove catalysts from the crude lactide 
stream prior to purification. 

Now turning to Figure 11, a preferred overall 
system utilizing an ester of lactic acid feed and a 

15 soluble homogeneous catalyst with the crude lactide 
being subjected to a flash distillation to remove said 
homogeneous catalyst prior to distillation of the 
lactide. An ester of lactic acid is fed to a combined 
evaporator/reactor (300) through a pipeline (302). The 

20 ester of lactic acid may be any mixture of esters of 
lactic acid axid may also be in a hydroxylic medium as a 
solution. A catalyst is fed to the combined evaporator 
reactor (300) through a pipeline (301). This catalyst 
may be cuiy acid- functional or Lewis acid-functional 

25 soluble catalyst as detailed above. Alternatively, the 
ester of lactic acid and soluble catalyst may be 
combined in a mixing mechanism or static mixer prior to 
being fed to the combined evaporator /reactor (300). 
Within the combined evaporator /reactor (300), sufficient 

30 residence time is allowed to both condense the ester of 
lactic acid to form a polylactic acid and to 
depolymerize the polylactic acid to form lactide. ThB 
relative concentrations of the polylactic acid and 
lactide will depend upon temperature and residence time 

35 as the system approaches equilibrium as outlined above. 
Condensation reaction by-product of the general formula 
ROH is removed from the combined evaporator /reactor 
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(300) through a pipeline (303) as a vapor and condensed 
in a condenser (304) with subsequent removal from the 
system in a pipeline (305). The lac tide and polylactide 
reaction product or crude lactide which was formed in 
5 the combined evaporator reactor (300) is removed from 
said reactor (300) in a pipeline (306) and fed to a 
flash distillation system (310). The flash distillation 
system (310) is designed with minimum residence time and 
preferably low pressure operation to quickly flash a 
10 quantity of the lactide from the mixture. The soluble 
catalyst remains with the liquid stream which is removed 
from the bottom of the flash distillation system through 
a pipeline (328) and recycled back to the combined 
evaporator/reactor (300). The lactide which is flashed 
15 as a vapor in the flash distillation system (310) La 
removed through a pipeline (311) and fed to a 
distillation system (320) . This stream contains lactide 
and some polylactic acid of low degree of polymerization 
and low boiling impurities. The distillation system 
20 (320) may be any distillation system as disclosed above 
as, for example, in Figure 10. 

The mixture of lactide and polylactic acid is a 
crude lactide. The crude lactide will also contain low 
molecular weight oligomers of lactic acid or the ester 
25 of lactic acid including DP2 and DP3. Within the 

distillation system (320) the crude lactide is purified. 
The purified lactide is removed as an intermediate- 
boiling sidedraw stream from the distillation system 
(320) through a pipeline (326). As disclosed in Figure 
30 2, this purified lactide may be fed to a polymerization 
process . 

Within the distillation system (320) at least 
two other fractionated streams are created. A low- 
boiling overhead stream leaves distillation system (320) 
35 through a pi{>eline (321) where it is condensed in a 
condenser (322) with a portion of the condensed low- 
boiling overhead stream being removed from the system 
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through a pipeline (323) and the remainder utilized as a 
reflux stream back to distillation system (320) through 
a pipeline (324). The low-boiling overhead stream will 
contain com^nents that are lower-boiling than lactide. 

5 They may include water, dimer o£ lactic acid and other 

oligomers, and a concentration of lactide. The < 
concentration of lactide in the overhead stream will be 
varied depending on distillation system (280) operation. 
It is believed that the concentration of low-boiling 

10 materials which would be in the overhead stream other 
than lactide will be small, therefore it may be 
necessary to reflux a high quanti^ of lactide in the 
overhead low-boiling stream in order to purify the 
lactide. 

X5 A high-boiling bottoms stream is removed from 

the distillation system (320) through a pipeline (327). 
This high-boiling bottoms stream will generally include 
those materials higher-boiling than lactide, along with 
a concentration of lactide which will vary depending 

20 upon the operation of distillation system (320). The 
high-boiling bottoms stream may be recycled back to the 
combined evaporator /reactor (300) via a pipeline (327). 
In an alternative embodiment, other sidedraw streams may 
be removed from the distillation system (320). These 

25 are generally indicated by a pipeline (329). With 

proper design these sidedraw streams may be located at a 
point in the distillation column where a conponent such 
as DP2 or the dimer of lactic acid is in high 
concentration and may be withdrawn from the distillation 

30 system (320) and recycled back to the combined 
evaporator/reactor (320). 

How referring to Figure 12, which is a 
preferred embodiment for utilizing an ester of lactic 
acid feed material to form polylactide without the 

35 instability created by the presence of a catalyst within 
the distillation system. Within this system a solid 
supported catalyst or solid catalyst is utilized in a 
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catalyst bed reactor system (350). The catalyst bed 
reactor system may be filled with any solid supported 
catalyst or solid, insolxible catalyst as disclosed above 
which has an acid functionality or Lewis acid 
5 functionality. There are many ways in which to operate 
the catalyst bed reactor system which are generally 
known in the art and include a fixed bed, an ebbulated 
bed, or a fluidized bed system. Key to operation is 
preventing the catalyst from leaving the catalyst bed 
10 reactor (350) and entering the distillation system (360) 
as indicated in Figure 12. This is generally known in 
the art and may be accomplished utilizing screens and 
filters on the outlet from said catalyst bed reactor 
(350). 

15 Within this alternative embodiment, the ester 

of lactic acid or the ester of lactic acid in hydroxylic 
medium is fed to the catalyst bed reactor system (350) 
through a pipeline (352). This material may be fed 
either as a liquid or a vapor. Within the catalyst bed 

20 reactor system (350), the above-stated reactions are 

allowed to occur in the presence of a solid supported or 
solid catalyst. The concentration of lactide and 
polylactide will vary, depending upon residence time 
within the catalyst bed system, the removal of 

25 condensation reaction by-product, the catalyst selected, 
along with temperature and pressure. The condensation 
reaction l^y-product may be flashed and removed through a 
pipeline (368) from the catalyst bed reactor system or, 
alterziatively, may remain a lig[uid and be fed to the 

30 distillation system (360) through a pipeline (351). 

The mixture of lactide and polylactic acid 
leaving catalyst bed reactor (350) is a crude lactide. 
The crude lactide will also contain low molecular weight 
oligomers of lactic acid or the ester of lactic acid 

35 including 0F2 and DP3, which are collectively referred 
to as, and included in, the definition of polylactic 
acid. It may also contain condensation reaction by- 
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produc^t. This material is fed to distillation system 
(360). Within the distillation system (360) the crude 
lactide is purified. The purified lactide is removed as 
an intermediate-boiling sidedrav stream from the 
5 distillation system (360) through a pipeline (365). As 

disclosed in Figure 2, this purified lactide may be fed « 
to a polymerization process. 

Within the distillation system (360) at least 
two other fractionated streams are created. A low- 

10 boiling overhead stream leaves distillation system (360) 
through a pipeline (361) where it is condensed in a 
condenser (362) with a portion of the condensed low- 
boiling overhead stream being removed from the system 
through a pipeline (367) and the remainder utilized as a 

15 reflux stream back to distillation system (360) through 
a pipeline (363). The low-boiling overhead stream will 
contain con^nents that are lower-boiling than lactide. 
They may include water, dimer of lactic acid and other 
oligomers, and a concentration of lactide* The 

20 concentration of lactide in the overhead stream will be 
varied depending on distillation system (360) operation. 
It is believed that the concentration of low-boiling 
materi€U.s which would be in the overhead stream other 
than lactide will be small, therefore it may be 

25 necessary to reflux a high gueuitity of lactide in the 
overhead low-boiling stream in order to purify the 
lactide. 

A high-boiling bottoms stream is removed from 
the distillation system (360) through a pipeline (366). 

30 This high-boiling bottoms stream will generally include 
those materials higher-boiling than lactide, along with 
a concentration of lactide which will vaxj depending ^ 
upon the operation of distillation system (360). The 
high-boiling bottoms stream may be recycled back to the ^ 

35 catalyst bed reactor (350) via a pipeline (366). In an 
alternative embodiment, other sidedraw streams may be 
removed from the distillation system (360). These are 
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generally indicated by a pipeline (369). With proper 
design these sidedraw streams may be located at a point 
in the distillation column where a component such as DP2 
or the dimer of lactic acid is in high concentration and 
5 may be withdrawn from the distillation system (360) and 
recycled back to the catalyst bed reactor (350). 

Applicants recognize that in a preferred 
embodiment one may choose to add a non-lactide monomer 
to the purified lactide leaving the distillation system 

10 (80). This co-monomer may be added via line (101). The 
co-monomers are fed to the polymerization reactor (110) 
and polymerized to form a co-polymer. Many co-polymers 
of polylactide are known to the art. These include P. 
Dave, N. Ashar, R. Gross, S. HcCarthy, "Survey of 

15 Polymer Blends Containing Poly (3-hydroxybutyrate-co-16% 
hydroxyvalerate) , Polymer Preparation^ American Chemical 
Society, v. 31 (1), pp. 442-3 (1990); B. Riedl and R. 
Prud'homme, ''Thermodynamic Study of Poly (vinyl 
chloride) -Polyester Blends by Inverse Gas Phase 

20 Chromatography'', J. Polymer Science, Part B, vol. 
24(11), pp. 2565-82 (1986); H. Younes and D. Cohn, 
''Phase Separation in Poly (ethylene glycol) /Poly (lactic 
acid) Blends, European Polymer J., v. 24(8), pp. 765-73 
(1988); Smith et al. (European Patent Application, EP 

25 209371, January 21, 1987); Pines et al. (European Patent 
Application EP 109197, Hay 23, 1984); J. Zhu, T. Shao, 
W. Sui, S. Zhang, H. Xiao and Z. Tao, ''Homopolymers and 
Copolymers of Glycolide and Lactide'', C-MRS Int. Syn^. 
Proc. Meeting Date 1990, v. 3, pp. 387-90 (1990); 

30 Jarrett et al. (U.S. Pat. 4,788,979); and, T. Nakamura 
et al., "Surgical Application of Biodegradable Films 
Prepared from Lactide-Epsilon-Caprolactone Copolymers, 
Advanced Biomaterials , 7 (Blomater. Clin. Appl.) pp. 
759-64 (1987), which disclosures are incorporated herein 

35 by reference. Applicants believe any co«>polymers of 
polylactide may be produced from the process disclosed 
herein. 
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Fluid teansfer mechanisms disclosed tihroughout 
this detailed description would normally be a pump. 
However, Applicants recognize that through design 
choices other mechanisms for transfer, such as 
5 gravitational flow.- may also be utilized. 

Applicants further recognize that the preferred 
overall system described herein Is a complex combination 
of many Imown chemical engineering unit operations. So 
that the benefit of the overall combination may be 
10 recognized. Applicants herein disclose in further detail 
the selection, operation, and benefits of selecting such 
iinit operations, along with actual laboratory 
experimental results exemplifying the disclosed 
advantages • 

15 As previously stated, the crude lactic acids 

fed to this process (2) may be made up of L-lactic acid 
or D-lactic acid, or combinations thereof. The 
coniposltion of the feed, however, does not translate 
directly through the entire process to define the 

20 composition of the polymer product leaving the 
polymerization reactor (110) through line (108). 
Applicants recognize that racemizatlon, or conversion of 
one optical enantiomer to the other, may occur. It Is 
believed that such racemizatlon is driven by such 

25 factors as temperature, pressure, time at a given 

temperature or pressure, the presence of catalysts or 
impurities, and relative concentrations of the two 
enantiomers at any given time. The degree of 
racemizatlon is defined herein by the percent conversion 

30 of the optical enantiomer that is present in excess of 
50%. As an equation, this calculation would be defined 
as: 

35 degree of r&cealzatlon (I) • 100 - 

I of malorlty enantiomer - 50 x 100 1 
50 
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Thus, an Initial composition of 75% L and 25% D which 
results after racemlzatlon to a 50% L, 50% 0 mixture 
would equate to a degree of racemlzatlon of 100%. In 
all Instances, no matter what Initial composition, a 
5 100% degree of racemlsation coincides with a composition 
of 50% each enantlomer, or optical inactivity. This 
recognizes the tendency toward equilibrium at a 50% 
concentration of each enantlomer, corresponding to 
optical inactivity. In the most preferred embodiment of 

10 the system, each xinit operation is controlled to a 
degree that allows production of a purified lactide 
mixture with selected chemical and optical composition. 
The optical composition of the lactide mixture is 
determined by the relative abundance of D- and L<-lactlc 

15 acid sub-units In the polylactic acid within the lactide 
reactor. As recognized by Nleuwenhuls et al. in U.S. 
Patent No« 5,053,485, the disclosure of which is 
Incorporated herein by reference, the blend of lactide 
isomers used to produce the polymer affects the physical 

20 properties of the polymer. Including the 
blodegradabllity . 

In a preferred embodiment, the evaporator (22) 
is operated to minimize residence time so that there is 
little or no effect on optical purity. The prepolymer 

25 reactor (38) is also operated to minimize racemlzatlon. 
This includes reducing the residence time within the 
reactor. 

The crude lactide produced in the lactide 
reactor (60) will be a mixture of the three possible 
30 lactides which may be generated from L- and D-lactic 
acid. These include L-lactlde, D-lactide, and meso- 
lactide. 

As detailed in Example 3 hereinbelow, the 
concentration of catalyst added to static mixer (50) 
35 also affects the degree of racemlzatlon and composition 
of the crude lactide product. In a prefexxed 
embodiment, the catalyst concentration level is adjusted 
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based on desired properties of the final polymer 
product. 

Appliceuits have discovered, and detailed in 
Example 12, that the quality of the crude lactide 
5 charged to the distillation system has a significant 

effect on the operation of said system. In particular, ? 
acidic impurities such as lactic acid and low molecular 
weight oligomers, which are formed by ring opening 
reactions of lactic acid or water with lactide, can 

10 cause premature polymerization in the distillation 

system. In a preferred embodiment, applicants believe 
such side reactions may be controlled by partially 
condensing the crude vapor prior to feeding to 
distillation to remove impurities. 

15 The distillation system (80) may also be 

operated to control racemization of the lactide and 
other side reactions. In a prefesnred embodiment, this 
system is designed to minimize racemization by utilizing 
a packed column distillation system which minimizes 

20 liquid holdup, along with a thermal-siphon reboiler 

which limits residence time of the bottom liquids, and 
utilizing a minimum reflux ratio to ftirther reduce 
. holdup time in the column. It is, however, recognized 
that other distillation systems may be utilized with 

25 varying impact on the optical purity of the purified 
lactide and resulteuit polymer product. 

In a preferred embodiment, the distillation 
system (80) is utilized as a purification step for the 
lactide so that crystallization of the crude lactide is 

30 unnecessary in order to produce a lactide product of 

suitable purity for polymerization. The lactide reactor 
(50) is also designed in a preferred embodiment, 
maximizing surface area between liquid and vapor so that 
liquid lactide can more easily vaporize. This allows 

35 for rapid removal of the generated lactide, which in 
turn further drives the reaction. Furthermore, as 
recognized by DeVries in U.S. Patent No. 4,797,468, 
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which is incorporated herein by reference, a system 
which utilizes purification steps other than 
crystallization increases yield. The use of 
distillation as a purification step also prevents the 
5 need to heuidle solids with the problems with equipment 
and contamination inherent in such operations. 

Applicants have found that utilizing an ester 
of lactic acid, whether alone or in a hydroxylic medium 
requires modifications to the overall process to 

10 accomodate such feeds. Thus, in a preferred embodiment 
when an ester of lactic is utilized as a feed material, 
a catalyst with acid functionality whether in terms of a 
true acid which is a source of protons, or a Lewis acid 
which is a source of positive charge density, is used to 

15 facilitate the condensation reaction. The presence of 
the catalyst with acid functionality renders the crude 
lactide relatively unstable during purification by 
distillation. In a preferred embodiment, the 
decomposition of the lactide during purification is 

20 avoided by utilizing an insoluble, solid supported 

catalyst. Alternatively, a soluble homogenous catalyst 
may be utilized in forming the crude lactide, however, 
the crude lactide is then subjected to a flash 
distillation with the catalyst being removed in the 

25 bottoms high*boiling stream. 

In all embodiments of the present invention, 
applicants utilize distillation as the final 
purification means to produce a polymer grade lactide. 
Several possible distillation processes are disclosed 

30 above. Applicants believe each of these systems could 
be utilized in an overall process which utilizes lactic 
acid in an aqueous or hydroxylic medium, an ester of 
lactic acid, an ester of lactic acid in a hydroxylic 
medium, mixtures of esters of lactic acid, an ester of 

35 lactic acid in mixture with lactic acid or a mixture of 
esters of lactic acid with lactic acid as the feed 
material for producing the crude lactide to be 
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distilled. One of skill in the art utilizing principles 
of system design and operation would thus adjust such 
variables based on the feed composition and resultant 
purity required. 
5 The following examples further detail 

advantages of the system disclosed herein s 



EXAMPLE li 

Effect of Catlonic Impurities on Optical Purity 
10 Na2S was added at levels of 20, 200, and 1000 

ppm to purified lactic acid (Purac heat stable grade) of 
composition 85% L-lactic acid and 15% water. The lactic 
acid was then polymerized to form PUl with a number 
average molecular weight of about 650 g/mol. H^S was 
15 removed under vacuum while the PLA was being formed, 
leaving Ma^ ions in solution. The PLA was then used to 
generate lactide at 10 mm Hg with 0.05 wt.% SnO catalyst 
(Aldrich cat. no. 24,464-3, Tin (II) oxide, 99 4- %) and 
a constant heat input, flillowing reactor temperature to 
20 float. The results are shown in the following table and 
in Figure 3x 



EFFECT OF SODIDH ON LACTIDE PRODUCTION 
RATE AND OPTICAL PURITY 

25 

Sodium Production 

sulfide, rate, Meso, Temp 

ppm hr'^ wt% (•C) 

30 0 0.73 5.3 234 

20 0.74 7.5 235 

200 0.60 23.4 238 

1000 0.76 36.6 233 

The table shows that although the addition of sodium had 
35 no effect on the lactide production rate or on the 

reaction temperature, it did have a pronounced effect on 

the amount of meso*lactide present in the crude product. 

Applicant believes other cationic species will 

behave in a similar fashion. 
40 A practical implication of this example is that 

it will be necessary in any continuous process, where 
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management of optical composition is desired, to provide 
a mechanism for removing ionic impurities from the 
reactor. The ionic impurities will be present in all 
sources of lactic acid to some extent, and will 
5 concentrate in the liquid within the lactide reactor 
(reactor bottoms) over time. In a preferred embodiment 
of the present invention a purge stream is provided to 
accomplish this objective. An alternative would be to 
shut the system down periodically and dump or recycle 
10 the reactor bottoms. 

EXAMPLE 2 1 

The Effect of PLA Molecular Weight on Optical Purity 
Lactide was generated from several samples of 

15 PLA (also known as polylactic acid or prepolymer) each 
sample having a different average molecular weight. The 
conditions under which the lactide was generated in each 
experiment includes 10 mm Hg pressure # 0.05 wt.% SnO as 
catalyst (same catalyst as Example 1), run to 

20 approximately 73% conversion of PLA to lactide, constant 
heat input and stirring speed. The reaction temperature 
was allowed to float, reaching the value necessary to 
dissipate the heat input. This method of running tends 
to give a constant lactide production rate, within 

25 limits. Five samples of PLA were used, a reference case 
with molecular weight of 640 g/mol (determined by end 
group titration) and four additional cases obtained by 
further heating of the PLA under vacuum at 200-*220''C. 
The results of the experiments are tabulated below and 

30 shown in Figure 4. 





Feed 


Add. 


PLA 


Reac. 


Lactide 


ZM08O 


ZLactl( 




Avg. 


Heat 


Temp 


Temp 


Sate 




add 




Molecular 


(hr.) 


CC) 


CC) 










Veight 














35 


















640 


0 


200 


234 


0.73 


5.3 


5.3 




1140 


1 


200-210 


225 


0.89 


6.8 


2.9 




1350 


1.5 


210-220 


233 


0.76 


8.1 


2.5 




1800 


3.8 


200-215 


252 


0.76 


10.1 


2.3 


40 


3100 


6.5 


200-210 


257 


0.78 


U.2 


1.7 
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Increasing the feed molecular weight results in 
a very clear decrease in the concentration of lactic 
acid in the crude lactide. This is a processing benefit 
because it will be easier to achieve polymerization 
5 grade lactide from a cleaner starting material. 

However, as the table and figure show, the concentration 
of meso-lactide in the crude lactide increases 
significantly. The optimal operation will require 
careful balancing of these two factors based on the 
10 desired final polymer product. In particular, if 
lactide of high optical purity is desired then the 
process should be run with a low molecular weight feed. 



BZANPLB 3i 

15 The Effect of Catalyst Concentration on Optical Puritv 
Lactide was produced using SnO catalyst 
(catalyst of Example 1) from PIA with a molecular weight 
of 650 g/mol at several catalyst levels and two 
pressures. The power input was held constant (Variac 

20 setting of 75) and the reaction temperature was allowed 
to seek an equilibrium level. The percentage meso in 
the crude lactide for each experiment is shown in the 
table below and graphically in Figure 5. 





Catalyst 






PBESSUBE 


cone. 


Meso. 


Temp 


(am Eg) 


VtZ 


VtZ 


CC) 


1 


0.010 


3.5 


245 


1 


0.025 


3.4 


230 


1 


0.030 


2.6 


213 


1 


0.500 


3.8 


200 


10 


0.010 


4.1 


231 


10 


0.025 


3.8 


220 


10 


0.050 


4.0 


210 


10 


0.100 


4.3 


210 


10 


0.500 


5.1 


197 


10 


1.000 


6.3 


195 



40 It is clear from this data that catalyst levels 

above 0.1 wt.% lead to an increase in the content of 
meso-^lactide, for both pressures studied. The increase 
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occurs even though the overall lactide generation rate 
Increases and the reaction temperature decreases. The 
content of meso^lactide also increases at veary low 
concentrations of catalyst, resulting in a minimum for 
5 0.02-0.10 wt.% SnO. In a preferred embodiment, catalyst 
concentrations may be veiried depending on desired final 
polymer physical properties. 

BXAMPLB 4s 

The Effect of Recycling Lactide Reactor Bottoms 

Example 1 demonstrated that some form of purge 
of the liquid in the reactor (reactor bottoms) would 
probably be necessary for a continuous operation. This 
example demonstrates a surprising benefit if such purge 
stream is recycled back to the catalyst addition stage. 

FZiA was produced from the same lactic acid used 
in Example 1, utilizing the same method. This was used 
to generate lactide at 1 mm Hg with 0.05 wt.% SnO as 
catalyst (catalyst of Example 1). The reaction was run 
to 72% conversion, at which point the lactide production 
rate had begun to decline significantly. The heat was 
turned off and the flask was cooled to 150*C under a 
nitrogen atmosphere. 390 gms of 88% L-*lactic acid was 
added to the 80 gms of residue. The flask was adapted 
to generate a new batch of FLA, simulating the recycle 
of reactor bottoms to the evaporator section. The new 
PLA was heated under vacuum until the molecular weight 
was about 650 g/mol (by end group titration) • 6PC 
(gel permeation chromatography) analysis showed that the 
reactor bottoms had been completely broken down and been 
reabsorbed into the PLA, with no sign of high molecular 
weight reactor bottoms. The lactide generation was 
rerun using the same conditions as before, and it was 
surprisingly found that the lactide production rate 
increased! from 0.86 hr~^ for the first run (prior to 
recycle) to 1.03 hr"^ for the second snin (recycle, no 
additional catalyst). The reaction temperature was 
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213"C for the first run and 215'C for the second run. 
The composition of the crude lactide and of the reactor 
bottoms were similar for the two cases. Thus, in a 
preferred embodiment the reactor bottoms is recycled to 
5 a point prior to the lactide reactor to increase overall 
yield from the lactic acid feed. 



EZAMFLB 5i 

Polymerization Technique 

10 The lactide is a mixture of 80% and 20% D,L- 

lactide, recrystallized to high purity* 40 gm of 
lactide is charged to a flask with magnetic stirring. A 
THP (TetraOiydrofuran, Burdick and Jackson, high purity, 
non-spectro) solution containing L-lactic acid, water, 

15 or both is added to the lactide. The flask is lowered 
into an oil bath at 140-160*C to melt and mix the 
monomer. This is held for five minutes after con^lete 
melting (about 15 minutes total) . A starting sample is 
pulled for 6C and/or water analysis. A catalyst 

20 solution of 10 wt. % tin(II) 2-ethylhexanoate (Johnson 
Math^ Electronics, Tech. Grade) in toluene is added and 
allowed to react for 1 minute. Five gram samples are 
then pipetted into silanized and nitrogen flushed 20 ml 
vials. These are quickly placed into a temperature 

25 controlled oil bath. Vials are pulled and frozen at 
various time intervals up to 4 hours. 

The samples axB prepared for analysis by 
breaking the polymer out of the vials and dissolving in 
THF at room temperature on an orbital shaker (about 1-6 

30 hours for 5 grams of polymer in 125 mis THF) . The 
mixture is then diluted to 1% in THF and analyzed 
utilizing 6PC analysis to determine the molecular weight 
and percent conversion. 
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BXAMPLB 6t 

Polymer Mol ecular Weight la Controlled bv Impurity Laval 
and is Independent of Temperature 

5 Experiments were conducted at three different 

temperatures with two levels of impurities, using the 
polymerization technique of Example 5. In each case, a 
projected molecular weight which the polymer would 
achieve at 100% conversion was determined by 6PC 

10 emalysis of the highest conversion sample and corrected 
for the unconverted monomer. This method has been shown 
to give reproducible values and accurately corrects for 
any effect of sampling at different conversion levels. 
The results of the experiments are tabulated below and 

15 shown graphically in Figure 6. 



20 



i^droxyl 

Temperature imptirities Molecular weight, 

CC) meg/mol adjusted to 100% conv. 



173 4.45 40,100 

173 2.52 77,500 

186 3.90 37,800 

25 186 2.38 72,100 

199 3.98 39,400 

199 2.48 74,900 
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A statistical analysis of variance showed that 
the molecular weight of the polymer was controlled 
solely by the level of impurities, with temperature 
having no effect. Thus, in a preferred embodiment 
5 hydroxyl impurities are controlled to desired levels to 
control the physical properties of the resulting polymer 
product. 



EZAMPLB 7: 

10 Polymer Molecular Weight is Controlled by Impurity Level 
and is Nearly Independent of Catalvst Concentration 

The polymers were prepared at 160*C using the 
polymerization technique of Example 5. Two levels of 

15 water (H - 5.9 - 8.8 meq./mol., L » 1.8 - 3.7 meq./mol.) 
and two levels of lactic acid (H » 0.9 - 1.3 meq./mol., 
L » 0.1 - 0.2 meq./mol.) were used in a duplicated 
factorial design experiment at each of two different 
levels of catalyst (0.0002 mol/mol; and 0.0004 mol/mol) 

20 (eight experiments total) . Projected molecular weights 
were calculated as in Example fi. The results are shown 
in tabular form below and graphically in Figure 7. 



25 


Water 


Impurity level 


Total Hydroxyl 


Molecular veight 


Catalyst 


coac. 


Lactic acid 


Content 


adjusted to lOOZ 


Level 








meq/mol 


convBrsion 






L 


L 


4.49 


133^500 


0.002 




H 


H 


11. 3S 


33,900 


0.002 


30 


L 


H 


5.36 


74,500 


0.002 




H 


L 


9.20 


29,400 


0.002 




I. 


H 


4.65 


89,800 


0.004 




H 


E 


8.31 


34,900 


0.004 


35 


L 


L 


2.52 


160,600 


0.004 


H 


L 


8.89 


32,700 


0.004 



An analysis of variemce revealed that the 
change in hydroxyl content accounted for 91% of the 
40 variance in the molecular weight, while the change in 
catalyst concentration accounted for only 4% of the 
variance. Both effects were found to be statistically 
significant. 
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These data show, in a preferred embodiment, the 
critical need to control the level of hydroxyl 
containing impurities in the lactide in order to control 
the molecular weight of the final polymer. 

5 

EXAMPLE 8: 

Ecmilibrium Concentration of Lactide in Polvlactic^Acid 
FLA of 650 MW was heated at atmospheric 
pressure with either 0.00, 0.05, or 0.15 wt% SnO as a 

10 catalyst (Catalyst of Example 1). The mixtures were 
held at three different desired temperature for 20 
minutes, at which time 10 wt% of purified L-*lactide was 
added to the mixture with stirring. The vessel was 
fitted with a condenser to prevent the loss of water or 

15 other volatile components. Samples were removed from 
the reaction vessel at times ranging from 5 minutes to 
450 minutes and were analyzed using an Ultras tyragel* 
lOOA 6PC column (Waters Chromatography, a division of 
Hillipore Corp. ) with THF as the mobile phase to 

20 determine the concentration of lactide. The 

concentration data were fit to a simple first order 
decay model using a non-linear regression software 
package (SAS Institute, Inc.) to determine the 
equilibrium values. The resulting projected values for 

25 the equilibrium concentrations of lactide are shown in 
the table below and plotted graphically in Figure 8. 
The results show the beneficial effect of rapid removal 
of lactide from the lactide reactor in preferred 
embodiments to further drive the lactide generation 

30 reaction. 
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Temperature Catalyst Equilibrium lactide, 

(•C) conc.,wt% wt% 

140 0.05 3.50 

5 140 0.15 3.30 

170 0.05 4.00 

170 0.05 3.57 

170 0.15 4.13 

170 0.15 3.85 

10 200 0.00 5.12 

200 0.05 5.38 

200 0.05 4.82 

200 0.15 5.47 

200 0.15 5.20 

15 

EXAMPLE 9l 
Relative Ratea Bfeoyw^ zatlon 
Samples o£ PLA (with and without SnO (catalyst of 
Example 1) as catalyst) and lactide were heated and 
20 stirred for four hours at 200"C at atmospheric pressure 
in a round bottom flask fitted with a condenser to 
prevent loss of volatile components. The samples were 
then allowed to cool and the optical purity of the PIA 
was determined by saponification followed by a 
25 measurement of the optical rotation. The lactide sample 
was analyzed by 6C to determine the meso-lactide 
content, which was then converted to a measurement of 
optical puri*^. 

30 Sainple Qpticea Composition 

%L %D 

Initial PLA 96.0 4.0 

PLA., no catalyst 95.4 4*6 

35 PLA, 0.05 wt% SnO 87.5 12.5 

PLA, 0.15 wt% SnO 90.0 10. 0 

Initial lactide 99.7 0.3 

Lactide after heating 97.2 2.8 

40 The results of this e3q>eriment demonstrate that 

racemization occurs fastest in PLA which is expos&d to 
catalyst. Thus, in the most preferred anbodiment 
racemization is controlled in the lactide generating 
reactor. It is however recognized that another area of 
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racemization control will be the evaporators which are 
used to prepare PLA, because of the long residence times 
and the possible inclusion of catalyst and catalyzing 
Jjnpurities. In a preferred embodiment the residence 
time of the lactide in the distillation column will be 
kept low, minimizing the potential for racemization* 

EXAMPLE 10 s 

Effect of Mass Transfer Efficiency on Lactide Composition 



Lactide was produced from PLA at several 
catalyst levels euid at two pressures to determine the 
effect of mass transfer. The catalyst was SnO (catalyst 
of Example 1) with constant heat input at a power 

IS setting on the Variac of 75%. 

The table below shows the effect of changing 
mass transfer efficiency by adjusting the pressure 
(vapor phase lactide concentration) • Note that the 
reaction temperatures were similar for each pair of 

20 cases. 

Catalyst cone, 1 nun Hg 10 nun Hg 

vtX SnO T(*C) meso, net rate T(^C) raeso, net rate 

wt2 (hr-^) wt2 (hr-^) 

25 

0.05 213 2.6 0.79 210 4.0 0.4^ 

0.50 200 3.8 0.83 197 5.1 0.52 

The increased mass transfer efficiency at 1 mm 
Hg vs 10 mm Hg results in significantly higher net 
30 lactide production rates and a lower concentration of 
meso-lactide. In a preferred embodiment the lactide 
reactor is operated under vacuum to facilitate mass 
transfer. 

Ill 



35 The Effects of Metal Contaminants Concentrating 

In the Lactide Reactor 

Lactic acid was concentrated and polymerized to 

form low molecular weight polylactic acid (HW range of 

about 600-2200) and fed to a continuous pilot scale 

40 reactor for the production of lactide. At the end of 1- 
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week of operation a sample of the reactor liquid was 
taken and analyzed for metals. The results are shown 
below. 



5 Iron 1200 ppm 

Chromium 310 ppm 

Nickel 180 ppm 

Sodium 89 ppm 

Calcium 55 ppm 

10 Hangamese 26 ppm 

Uagneslum 13 ppm 

Copper 6 ppm 

Potassium MD 



15 

The metals profile clearly shows corrosion of 
the stainless steel reaction system, either in the 
formation of the prepolymer or in the lactide generating 
reactor. 

20 The high metals content,, which represents the 

build-up over a week with no purge on the reactor 
bottoms, is detrimental to the lactide formation 
process. The data below demonstrate this effect. 

Three lactide runs were made following the 

25 usual laboratory process. A control using 650 Mff FLA, 
the control with added iron and chromium (1000 ppm iron 
from FeCl3*6H20, 1000 ppm iron from FeS04*7H20, and 1000 
ppm chromium from CrCl3*6H20), and the reactor bottoms 
sample (initial m 2000). Fresh catalyst, 0.05 wt % SnO 

30 (Catalyst of Example 1), was added to each sample and 
lactide was generated at 10 mm Hg with a reactor 
temperature of 230«240''C. 
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Sample 



Control PLA 

Control FLA metals 

Reactor sample 



59 
Yield 



73% 
63% 
42% 



Rate 
(hr-^) 

0,73 
0.90 
0.42 



3100 13300 
9900 126400 
£400 143400 



The runs with elevated metals content had lower 
10 yield and much higher weight average molecular weight at 
the end of the reaction, demonstrating the detrJLmental 
effects of a high metal content. 

It is believed that in a preferred embodiment, 
a purge of the reactor bottoms will alleviate this 
15 problem. 



EXAMPLE 12: 

The Effect of Acidic Impurities on Distillation 
Lactide was produced in a continuous pilot 

20 plant at rates of 2-5 kg/hr. The starting materials 
were Purac lactic acid of about 85% concentration. A 
PLA prepolymer having a range of molecular weights from 
about 400«-2000 Mff was made batchwise by heating first at 
atmospheric pressure and then under vacuum. The 

25 prepolymer was used to supply the continuous feed to the 
lactide reactor. The reactor was run at a temperature 
of 220-240 *C and pressure of about 35 mm Hg. 

Two samples of lactide were distilled in a 2000 
ml three-neck flask with mechanical stirring. The 

30 lactide was taken overhead through a 2 cm ID by 30 cm 
glass column with stainless steel packing. Reflux was 
not controlled, but the column was insulated. The rate 
of distillation ranged from about 150-370 gms/hr. After 
taking approximately 80% overhead, the bottoms were 

35 analyzed by GC to determine the concentration of 

oligomers and to calculate the amount of polymerization 
(based on feed) which had occurred. The table below 
shows the relationship between the concentration of 
acidic impurities in the crude lactide and the extent of 

40 polymerization during distillation. The data show the 



wo 93/15127 



PCrA:S93/005fi8 



60 

effect of acidic impurities on filial polymer molecular 
due to the increased oligomer content in the purified 
lactide. 

5 Sample Addle lopurlty Percent of Charge Oligomer Increase 
me^ [COOB]/mol lactide taken overhead as Z of feed 

#1 19 92 Z 0.5 Z 

10 #2 43 80 Z 7.6 Z 



EXAMPLE 13: 

15 The Beneficial Effects of Catalyst Activation 

on Lactide Generation Rates 

Three grades of PLA were evaluated for the 

production of lactide using various catalysts. The 

sources of the PLA were: A) Purac heat stable grade 

20 lactic acid, B) a test sample of lactic acid from 

Lac tech. Inc. which was produced by fermentation, and 
A/B) a 50/50 mix of the PLA produced from each of the 
previous two sources. 

Lactide was generated in a laboratory apparatus 

25 (three-*neck flask with mechanical stirring, primary 

condenser operated at 85-100''C, and receiving flasks and 
traps) at constant temperature of 230''C and constant 
pressure of 10 mm Hg. Initial PLA charge was 360 gms of 
material having an average moleculu weight of about 

30 650. The catalyst charge was 0.045 wt% as Sn for each 
type of catalyst. 

The table below shows the results of several 
experiments for different combinations. 



PCT/LS93/U0S68 



61 



PLA 



Catalyst 



Crude lactide 
yield, vtZ 



Overall rate 
(gm/gffl hr FLA) 



none 



42 



0.20 



A 

A/B 



SnO 
SnO 



68 
50 



0.70 
0.30 



A 

10 B 



SnCl2 
SnClj 



78 

76 



1.90 
1.30 



A 
B 



Sn Octonoate 
Sn Octonoate 



74 
75 



1.90 
1.50 



15 From the table above it can be readily seen 

that PLA B is not as reactive toward lactide production 

as is FLA A. The effect is particularly pronounced with 

SnO catalyst. 

Analysis of the initial lactic acids did not 
20 reveal any significant impurities in B relative to A. 

It is believed that some unidentified contaminant in PLA 

B blocks catalyst activity. 

Further experiments were performed using the 

liquid contents of the lactide reactor (reactor bottoms 
25 or bottoms) from previous runs with SnO catalyst as the 

catalyst. The overall Sn content was maintained at 

0.045 wt%. 



PLA Catalyst/ Crude lactide Overall rate 

30 Bottoms yield, vtZ (gm/gm hr PXJk) 

A SnO/ (A/B) 46 0.31 

A SnO/A 65 1.20 

35 B SnO/A 71 1.17 

B SnO/A 70 1.22 (replicate) 



The table above cleeirly shows that lactide can 
40 be produced from PLA B as fast as from PLA A if the SnO 
catalyst is pretreated by first producing a batch of 
lactide from PLA A. The table also shows that if the 
catalyst is pretreated by producing a batch of lactide 
from the blend A/B PLA then it is rendered ineffective 
45 and does not promote lactide production at high rates 
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even from FLA A. Thus, applicants have surprisingly 
found thai: apparent deficiencies in the lactic acid 
source can be overcome by proper conditioning of the 
catalyst. 

5 Comparison of the rates for FLA A vith SnO 

(0.70 hr table 1) and SnO/A (1.20 hr table 2) shows 
that the conditioning also increases the overall rate of 
the reaction for the most productive lactic acid, 
providing an additional benefit. 

10 Applicants believe that heating the catalyst at 

about 200-230'*C for ed^out 10-30 minutes in the presence 
of either 1) FLA made from a purified lactic acid, 2) 
FLA prepared by the partial hydrolysis of purified 
lactide, 3) purified lactic acid, or 4) lactide, would 

15 provide similar benefits as the method described above. 

EXAMPLE 14s 

Distillation of Crude Lactide 
The overhead fraction from example 12 was 
collected in three receivers, containing 14%, 36%, and 
28% of the crude lactide charge, respectively. The 
first fraction cont2Lined over 5 wt% lactic acid and was 
disceurded. Fractions 2 and 3 were combined and 
redistilled, yielding a lactide fraction with total 
acidic impurities of 4.4 millieguivalents/mol of 
lactide. This fraction was polymerized using the 
polymerization technique of exasiple 5 (tenqoerature 
180*C, catalyst/monomer ratio IsSOOO), yielding a 
polymer with number average molecular weight of 42,100 
at 100% conversion and weight average molecular weight 
of 76,300. Actual conversion wets 84.6% at 2 hours. 

Applicants have also completed experiments and 
experimental development to show the overall feasibility 
35 and advantages of the disclosed process for production 
of polylactide beginning with an ester of lactic acid as 
the feed material. Although, as outlined above, there 
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are many similarities between a polylactide process 
utilizing lactic acid as a feed source and such process 
utilizing an ester of lactic acid as the feed material, 
variations in operating conditions and equipment 
5 arrangement along with catalyst usage have been 

discovered. The following examples. Examples 15*27, 
document experimental work done by applicants in the 
area of producing polylactide from an ester of lactic 
acid. Examples 15-18 demonstrate that various catalysts 

10 are effective for completing the condensation reaction 
from an eater of lactic acid to a polylactide 
prepolymer. Examples 19-21 demonstrate some 
purification of reaction products along with 
polymerization of the lactide. Examples 22 and 23 give 

15 additional data on the course of a reaction and indicate 
that the distributions observed probably correspond to 
equilibrium. Example 24 demonstrates probable control 
of polymer molecular weight when utilizing a lactate 
ester by controlling impurities as was previously shown 

20 above when utilizing lactic acid and accompanying 
impurities. Examples 25-27 demonstrate the use of 
heterogenous or solid, supported catalysts for the 
production of lactide from an ester of lactic acid. 

Unless otherwise indicated, the following 

25 experimental materials and test procedures were utilized 
in Examples 15-27: 

Methyl lactate, ethyl lactate, and butyl 
lactate were supplied by PURAC America, Inc. under the 
tradename PURASOLV and used without further 

30 purification. 

Gas chromatography analysis (6C) for lactate 
ester oligomers was performed using a Hewlett Packard 
model 5890 with a OB-17 (J & W Scientific) column. The 
injector port temperature was 200^*0 • The column 

35 temperature started at 40^*0 and was ramped to 250''C at 
IC'C/min, then held for- 10 minutes. Flame ionization 
detection (FID) was used. Except where noted, the 
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results of 6C analysis to deterxnlnd composition are 
based on area percent, uncorrected for percent recovery 
or releative response factors. 

Gel Permeation Chromatography was performed 
5 using a Waters Chromatography system with Ultrastyragel^ 
columns. Chloroform (B & J high purity) was used as a 
solvent. Calibration used polystyrene standards 
supplied by TSK. 

10 EXAMPLE 15: 

Catalyzed and Non-Catalyzed Condensation Reactions 
with Lactic Acid and Ethvl Lactate 

2.65 kilograms of lactic acid (heat-stable 

grade), supplied by FDRAC, was heated at atmospheric 

15 pressure under a nitrogen atmosphere to a temperature of 
180''C. No catalyst was added. 600 grams of overhead, 
greater than 99% water, was removed during this phase. 
The material was allowed to cool. Heating was resumed 
with the flask at a pressure of 50 mm Hg. A slight boil 

20 was maintained as the material was heated to ISCC, 

removing another 135 grams of material. The lactic acid 
content of the second overhead is estimated to be about 
2%, with the remaining material being water. Total 
heating time for the atmospheric phase was 5.5 hours, 

25 and for the vacuum phase was 3.5 hours. The material 
was a light tan color. Titration of the acid group 
content showed the material to have an average number 
average molecular weight of 650 g/mol, corresponding to 
9 repeat uxiits. Several samples made following the same 

30 procedure were tested and shown to have a lac tide 
concentration of less than 5 weight percent. 

250 grams of methyl lactate were heated at 
atmospheric pressure under a nitrogen atmosphere to a 
temperautre of 145 ''C. The material boiled at 145 "C. No 

35 catalyst was added. No condensate was generated during 
3 hours of heating and the pot material maintained 
boiling at 145''C. The pot material was colorless and 
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contained 99% methyl lactate and 1% DP2. No reaction 
was apparent. 

225 grains of ethyl lactate were heated with 
3.5% tin (II) ethylhexanoate catalyst at atmospheric 
5 pressure under a nitrogen atmosphere to a tes^rature of 
145*C, for 3 hours. The material initially boiled at 
140''C, due to the ethanol present. The overhead 
consisted primarily of ethyl lactate and the expected 
condensation byproduct ethanol. The pot material was 
10 slightly green and contained 46.2% ethyl lactate, 32.3% 
DP2, 13.3% DP3, 4.1% DP4 and 1.0% D- and/or L-lactide. 



EXAMPLE 16: 

Condensation of Ethyl Lactate with 
15 P^toluene Sulfonic Acid Catalyst 

250 grams of ethyl lactate were heated with 

0.5% p-toluene sulfonic acid catalyst at atmospheric 

pressure under a nitrogen atmosphere to a temperature of 

145''C, for 3 hours. The material initially boiled at 

20 140*'C. The overhead consisted primarily of ethyl 

lactate and the expected condensation byproduct ethanol. 

The pot material was colorless and contained 45% ethyl 

lactate, undetermined oligomers, and 2.0% D- and/or L- 

lactide. 

25 

EZlkNPLE 17s 

Condensation of Ethyl Lactate with 
Fascat^ 9102 Catalyst 

220 gr£uas of ethyl lactate were heated with 

30 5.0% Fascat^ 9102 (Atochem North America, Inc.) catalyst 

at atmospheric pressure under a nitrogen atmosphere to a 

temperature of 145 ""C, for 3 hours. The material 

initially boiled at 140''C. The. overhead consisted 

primarily of ethyl lactate and the expected condensation 

35 byproduct ethanol. Total weight of distillate was 24 

gms, consisting of 98% ethanol. The pot material was 

light yellow color and contained 45% ethyl lactate, 29% 

DP2, 12% DP3, 3% DP4, 0.4% meso-lactide and 2.6% D- 
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and/or L-lactide, based on response factors for pure 
lactide and ester. Response factors for the oligomers 
were assumed to be equal to the response factor for the 
ester. This assumption was used in all subsequent 
5 examples wherein corrections for response factors are 
used. 

EXAMPLE 18 s 

Condensation of Butyl Lactate with 
10 Fascat* 9102 CatalvBt 

260 grams of butyl lactate were heated with 

5.0% Fascat* 9102 (Atochem Horth America, Inc.) catalyst 

at atmospheric pressure under a nitrogen atmosphere to a 

temperature of 190*C, for 2*5 hours. The material 

15 initially boiled at 165 'C. The overhead consisted 

primarily of butyl lactate and the expected condensation 
byproduct butanol. Total weight of distillate was 43.5 
gms, consisting of 94% butanol. The pot material was 
deep orange color and contained 45% butyl lactate, 

20 undetermined oligomers, and 2.0% D- and/or L-lactide, 

based on response factors for pure lactide and ester. A 
white precipitate was observed. 

EXAMPLE 19s 

25 Condensation of Methyl Lactate with 

Fascat* 9100 Catalyst 

277 grams of methyl lactate were heated with 

0.8% Fascat^ 9100 (Atochem North America, Inc., 

Philadelphia, PA) catalyst at atmospheric pressure under 

30 a nitrogen atmosphere to a temperature of 165'C, for 4,0 
hours. The material initially boiled at 125 •C. The 
oyerhead consisted primarily of methyl lactate and the 
expected condensation byproduct methanol. Total weight 
of distillate was 44 gms, consisting of 72% methanol. 

35 The material was slightly green and contained 30.8% 

methyl lactate, 36.5% DP2, 18.9% DP3, 2.6% 0P4 and 8.6% 
and/or L- lactide. Corrected for response factors as 
detailed aboye, this corresponds to 25% methyl lactate. 
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30% DP2r 15% DP3, 2% DP4, and 6% meso- and D- and/or L- 
lactlde. 



EXANPLB 20: 

5 Lactide Generated from Methvl Lactate In 

the Presence of Fascat* 9102 Catalvat 

240 grams of ethyl lactate were heated with 

5.0% Fascat^ 9102 (Atochem North America, Inc.) catalyst 

at atmospheric pressure under a nitrogen atmosphere to a 

10 temperature of 190 'C, for 3.6 hours. The material 
initially boiled at 140''C. The overhead consisted 
primarily of ethyl lactate and the expected condensation 
byproduct ethanol. Total weight of distillate was 44 
gms, consisting of 98% ethanol. The material was 

15 allowed to cool. Heating was resumed with the flask at 
a pressure of 50 mm Hg. A slight boil was maintained as 
the material was heated to 170*0, removing another 22 
grams of material. The ethyl lactate content of the 
second overhead is estimated to be about 52%, with the 

20 remaining material being ethanol. Total heating time 
for the vacuiun phase was 7.0 hours. The material was a 
dark orange color. 



BZUfPLB 21t 

25 Distillation of Lactide Generated from Methvl 

Lactate in the Presence of Fascat* 9100 Catalvst 

2.2 kilograms of methyl lactate were heated 

with 0.6% Fascat^ 9100 (Atochem North America, Inc.) 

catalyst at atmospheric pressure under a nitrogen 

30 atmosphere to a temperature of 165°C, for 5.0 hours. 
The material initially boiled at 125 ^C. The overhead 
consisted primarily of methyl lactate and the expected 
condensation byproduct methanol. Total weight of 
distillate was 350 gms, consisting of 91% methanol. The 

35 material was allowed to cool. Heating was resumed with 
the flask at a pressure of 50 mm Hg. A slight boil was 
maintained as the material was heated to 145 removing 
another 165 grams of material. The methyl lactate 
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content of the second overhead is estimated to be £UL>out 
83%, with the remaining material being methanol. Total 
heating time for the vacuum phase was 6.8 hours. 

The material was heated to 200 ""C and the 
5 pressure reduced to 10 mm Hg. The distillate was 

peurtially condensed to foxrm a product fraction and the 
remaining vapors were further condensed to form an 
overhead fraction. 

Overhead s 67.3% methyl lactate, 16.2% DP2, 1.0% DP3 
10 and 11.7% D- and/or L-lactide. Response factor 

corrected concentrations were 64% methyl lactate, 
15% DP2, 1% DP3 and 10% D- and/or L-lactide. 
Product s 3.1% methyl lactate, 6.9% DP2, 1.8% DPS, 
0.2% DP4, and 77.6% D- and/or L-lactide and 9.3% 
15 meso-lactide. Response value corrected 

concentrations were 3% methyl lactate, 7% DP2, 2% 
DP3, 76% and/or L-lactide and 9% meso-lactide* 
Purification of product material by 
distillation in a packed coltunn at 10 mm Hg and 150 "C 
20 resulted in a fraction containing 0.2% DP2, 8.8% meso 
and 90.3% D- and/or L« lac tide. The purified lac tide was 
polymerized with tin(II) ethylhexanoate (Aldrich 
Chemicals) at 3000:1 molar ratio and 185^*0 for 1.5 
hours. Polymerized lactide resulted in a weight and 
25 number average molecular weight (Uw and Mn) of 121,500 
and 55,000 respectively and a 97.5% lactide conversion. 

EXAHPLE 22s 

30 Course of Reaction and Eoullibrium Data 

Samples from the reaction mixture for Example 
20 were taken at various stages of the reaction and 
analyzed by GC. The results are shown in the table 
below. A steady increase in the lactide concentration 

35 as the reaction progresses was noted. The reaction 

mixture appears to matintain an equilibrium distribution, 
as evidenced by the constancy of the ratios: 
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DP4 ♦ DP2. EL ' DPS 
DP3 • DP3 DP2 • DP2 
which represent equilibrium constants for the reactions t 

5 DP3 + DP3 » DP4 + DP2 

DP2 + DP2 « EL DP3 

In Table 1 below, a summary is provided of the 
analytical results obtained from the above-stated 
10 sanples . 
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EXAMPLE 23s 

Mathvl-lactate/Lactide Rlna-ODeninQ Experiments 

A series of ring-opening experiments were done 
in order to determine whether the distributions observed 
during condensation were equilibrium distributions. 
Mixtures of methyl lactate and lac tide were prepared in 
weight ratios of 70/30, 51/49, and 36/64. Catalyst (1% 
by weight, Fascat* 9102) was added and the sealed vials 
were placed in an oil bath at 143»C. Samples were 
pulled at times from 1/2 hour to 24 hours. Table 2 
below compares these results to the intermediate 
reaction samples taken during the reaction o£ Example 
21. Note that the condensation reaction samples from 
Example 21 give relatively constant equilibrium ratios 
for the later samples. Also note that the ring-opening 
experiments yielded equilibrium ratios (time 4 hours or 
24 hours) which agree with each other (independent of 
initial mixture composition) and with the condensation 
reactions . 
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EXAMPLE 24: 

Molecular Weight Control of Polvlactide Produced 
From an Ester of Lactic Acid Feed Source 

Purified lactide (100% L-lactide, supplied by 

5 Boehringer Ingelheim KG) was polymerized in a glass vial 

at ISS^'C for 2 ho\irs and 3000:1 monomer: catalyst molar 

ratio of tin(II) ethylhexanoate catalyst (Aldrich 

Chemicals), achieving over 90% conversion to polymer 

with a number average molecular weight of 116,000. The 

10 experiment was repeated with addition of either lactic 

acid or ethyl lactate as a molecular weight control 

agent. The results are tabulated below. 

Source of Control Agent 
Ethyl Lactate Lactic Acid 

15 Weight % Control Agent Polymer Molecular Weight 



0.15 83,900 57,300 

0.30 52,600 40,200 

20 0.50 32,600 24,800 

1.00 19,600 13,800 

The polymers formed with ethyl lactate as the control 
agent had a molecular weight which averaged 37% higher 

25 than the polymers formed with lactic acid as the control 
agent. This implies that purification requirements to 
meet a specified molecular weight may be slightly lower 
for a process based on lactate esters rather than on 
lactic acid feed, if autogenous impurities are used as 

30 the molecular weight control agent. 

EXAMPLE 25 s 

Solid, Suptx>rted Catalytic Reactions 
325 grams of methyl lactate were heated with 
35 3.0 wt.% Amberlyst* 15 resin (Rohm and Haas) catalyst at 
80 mm Hg, under a nitrogen atmosphere, to a temperature 
of 104*C, for 6 hours. The material boiled at 78*'C. 
The overhead consisted primarily of methanol with some 
methyl lactate. Total yplume of distillate * 43 ml at 
40 87% methanol. The material was allowed to cool. 

Heating was resumed with the flask at a pressure of 45 
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mm Eg. A slight boil was maintained as the material was 
heated to 120*'C, removing another 63.5 ml o£ material. 
The methyl lactate content o£ the second overhead is 
estimated to be about 62%, with the remaining material 
5 being methanol. Total heating time for this phase was 
5.5 hours. The material was a dark orange color. 

EXAMPLE 268 
2.5 kilograms of methyl lactate were heated 

10 with 3.5 wt.% Amberlyst* 36 resin (Rohm and Haas) 

catalyst at 80 mm Hg, under a nitrogen atmosphere, to a 
temperature of 104*'C, for 10.75 hours. The material 
initially boiled at 70*C. The overhead consisted 
primarily of methanol with some methyl lactate, total 

15 volume of distillate - 505 ml at 81% methanol. The 

material was allowed to cool, and the catalyst exchanged 
with fresh Amberlyst^ 36 resin at 4.5 wt.%. Heating was 
resumed with the flask at a pressure of 40 mm Hg. A 
slight boil was maintained as the material was heated to 

20 115*C, removing another 275 ml of material* The metlg^l 
lactate content of the second overhead is estimated to 
be about 40%, with the remaining material being 
methanol. Total heating time for this phase was 11.25 
hours. The material was allowed to cool, and the 

25 catalyst exchanged with fresh Amber lyst^ 36 resin at 5.5 
wt.%. Heating was resumed with the flask at a pressure 
of 25 mm Hg. A slight boil was maintained as the 
material was heated to 115 ""C, removing another 120 ml of 
material. The methyl lactate content of the third 

30 overhead is estimated to be about 50%, with the 

remaining material being methanol. Total heating time 
for this phase was 6 hours. The material was a dark 
orange color. 

The composition of the pot was monitored as a 

35 function of time, with the results shown below. These 
concentrations are calculated upon conection for 
response factors as detailed above. 
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15 The results are very similar to those obtained using 
homogeneous catalysts. 
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EXAMPLE 27: 

Rina-Qpenina Reactions in the Presence of 
a Solid, Suptxjrted Catalyst 

A ring-opening reaction vas performed using the 

5 heterogenous catalyst. Amber lyst* 36. The conditions are 

similar to those of Example 23, which used a homogenous 

catalyst. 

Temperature was 140''C, catalyst charge was 
2.33% by weight, capped vials with samples taken at 40, 
10 70 and 190 minutes. 

Initial Compositions : 

Set #1 #2 #3 #4 

Methyl lactate 70 51 36 15 

lactide 30 49 64 85 

15 

Gras was evolved and a pressure build-up was noticed, so 
no samples were heated for longer than 3 hours. 

60 *s Methyl DP2 DP3 DP4 

20 Sample lactate 

Set #1 (KL 70/LTD 30) 

40 54.4 20.9 6.8 0.4 

70 46.2 31.7 10.1 0.7 

25 90 37.8 34.6 13.2 1.2 

Set #2 (ML 51/LTD 49) 

40 38.6 15.5 10.1 0.8 

70 31.3 27.3 16.2 1.5 

30 190 24.9 32.9 18.2 2.2 

Set #3 (ML 36A7D 64) 

40 25.7 9.7 11.4 0.9 

70 19.3 17.0 18.7 1.8 

35 190 13.7 26.2 22.5 3.5 

Set #4 (ML 15/LTD 85) 

40 10.5 1.8 4.9 0.2 

70 7.2 2.4 8.1 0.4 

40 190 2.2 4.1 10.7 1.1 

Applicants note that the reaction rates are somewhat 
slower than those of Exaniple 23, but that the final 
cos^sitlons are similar. This data supports the 
45 hypothesis that equilibrium distributions are being 
generated. 
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Applicants believe this final example, coupled 
with previous examples demonstrates the overall 
feasibility and advantages of the disclosed process. 

It will be understood, however, that even 
5 though these numerous characteristics and advantages of 
the invention have been set forth in the foregoing 
description, together with details of the structure and 
function of the invention, the disclosxire is 
illustrative only, and changes may be made in detail, 
10 especially in matters of shape, size and arrangement of 
the parts or in the sequence or the timing of the steps, 
within the broad principle of the present invention to 
the full extent indicated by the broad general meaning 
of the terms in which the appended claims are expressed. 
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wmiT IS CLAIMED IS : 

1. A process for the continuous conversion of a 
crude lactic acid feed In a hydrosgrlic medium to 
polylactlde, said process comprising the steps of: 

a) providing a source of lactic acid In a 
hydroarfllc medium; 

b) concentrating the lactic acid In the 
hydroxyllc medium by evaporating a substantial portion 
of the hydroxyllc medium to form a concentrated lactic 
acid solution; 

c) polymerizing lactic acid In the 
concentrated lactic acid solution of step (b) by further 
evaporation of the hydroxyllc medium to form polylactlc 
acid molecules having an average molecular weight of 
between about 100 and about 5000; 

d) forming a crude lactlde In the presence of 
catalyst means for catalyzing the depol3fmerlzatlon of 
the polylactlc acid molecules to form lactlde molecules; 

e) purifying the crude lactlde formed In step 
(d) to form a substantially purified lactlde by 
distilling the crude lactlde; and 

f ) reacting the substantially purified 
lactlde of step (e) to form polylactlde. 

2. The process of claim 1 wherein racemlzation of 
the lactic acid is controlled in a range of 0% to 100% 
by altering residence times in process equipment, 
catalyst levels, temperatures and pressures. 

3. The process of claim 1 wherein the crude 
lactlde formed in step (d) is a vapor being subsequently 
partially condensed to remove volatile contaminants to 
form a condensed partially purified liquid lactlde, the 
condensed partially purified liquid lactlde then being 
purified as in step (e) . 
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4. The process of claim 1 wherein the source of 
lactic acid for step (a) contains impurities which 
include but are not limited to color bodies, 
carbohydrates, proteins, amino acids, salts, metal ions, 
or other carboxylic acids or organic acids. 

5. The process of claim 1 wherein the yield of 
polylactide is maximized by recycling streams containing 
recoverable lactide, lactic acid or oligomers and 
polymers thereof. 

6. The process of claim 1, wherein the crude 
lactide formed in step (d) is generated in a reactor 
under conditions of elevated temperature and reduced 
pressure. 

7. A process for the continuous conversion of a 
crude lactic acid feed in a hydroxylic medium to a 
substantially purified lactide, said process comprising 

the steps ofi 

a) providing a source of lactic acid in a 

hydroxylic medium; 

b) concentrating the lactic acid in the 
hydroxylic medium by evaporating a substantial portion 
of the hydroxylic medium to form a concentrated lactic 

acid solution; 

c) polymerizing lactic acid in the 
concentrated lactic acid solution of step (b) by further 
evaporation of the hydroxylic medium to form polylactic 
acid molecules having an average molecular weight of 
between about 100 and about 5000; 

d) forming a crude lactide in the presence of 
catalyst means for catalyzing the depolymerization of 
the polylactic acid molecules to form lactide molecules; 
and 
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e) purifying the crude lactide formed in step 
(d) to form a substantially purified lactide by 
distilling the crude lactide. 



8. The process of claim 7 vherein racemization of 
the lactic acid is controlled in a range of 0% to 100% 
by altering residence times in process equipment , 
catalyst levels, temperatures and pressures. 

9. The process of claim 7 wherein the crude 
lactide formed in step (d) is a vapor being subsequently 
partially condensed to remove volatile contaminants to 
form a condensed partially purified liquid lactide, the 
condensed partially purified liquid lactide then being 
purified as in step (e). 

10. The process of claim 7 wherein the yield of 
lactide is maximized by recycling streams containing 
recoverable lactic acid, lactide or oligcnners and 
polymers thereof. 

11. The process of claim 7, wherein the crude 
lactide formed in step (d) is generated in a reactor 
under conditions of elevated temperature and reduced 
pressure. 

12. A process for the continuous conversion of an 
ester of lactic acid to polylactide, said process 
comprising the steps of: 

a) providing a source of the ester of lactic 

acid; 

b) forming a condensation reaction by-product 
and polylactic acid in the presence of first catalyst 
means for catalyzing the condensation of molecules of 
the ester of lactic acid to form polylactic acid, 
wherein the molecules of polylactic acid have an average 
molecular weight of between about 100 and about 5,000; 
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average molecular weight of between about 100 and about 
5,000; 

c) forming a crude lactide from the 
polylactic acid molecules in the presence of second 
catalyst means for catalyzing the depolymerization of 
polylactic acid to form the crude lactide; 

d) purifying the crude lactide formed in step 
(c) to form a substantially purified lactide by 
distilling the crude lactide; and 

e) reacting the substantially purified 
lactide of step (d) to form a poly lactide. 

13. The process of claim 12, wherein the source of 

the ester of lactic acid of step (a) is a single ester 

or a mixture of esters of the general formulas 

H 
I 

HO - C - C - OR 

I n 

CH3 o 

wherein R is a Cx-Cg linear or branched al]cyl. 

14. The process of claim 12, wherein the source of 
the ester of lactic acid of step (a) includes a single 
ester, or a mixture of said esters, plus lactic acid. 

15. The process of claim 12, wherein the ester of 
lactic acid is selected from the group consisting of 
methyl lactate, ethyl lactate, propyl lactate, butyl 
lactate, isopropyl lactate, isobutyl lactate and 
mixtures thereof. 

16. The process of claim 12, wherein the ester of 
lactic acid is in solution in a hydroxylic medium, said 
ester of lactic acid comprising from about 20% by weight 
to about 100% by weight of the solution, and wherein 
said hydroxylic medium is evaporated prior to forming 
said polylactic acid. 



wo 93/15127 



82 



PCr/LS93/00568 



17. The process o£ claim 12, wherein the step of 
forming polylactic acid of step (b) comprises s 

(a) providing a catalyst bed reactor system 
containing a solid supported catalyst means for 
catalyzing the condensation of molecules of the ester of 
lactic acid to form polylactic acid molecules; and 

(b) feeding the ester of lactic acid through 
said solid supported catalyst meems to form said 
polylactic acid molecules. 

18. The process of claim 12, wherein, a single 
catalyst is provided to provide both of said first and 
second catalyst meeuis. 

19. A process for the continuous conversion of a 
conide lactic acid feed in an aqueous medium to 
polylactide, said process comprising the steps of s 

a) providing a source of lactic acid in an 
aqueous medium; 

b) concentrating the lactic acid in the 
aqueous medium by evaporating a substantial poirtion of 
the aqueous medium to form a concentrated lactic acid 
solution; 

c) polymerizing lactic acid in the 
concentrated lactic acid solution of step (b) by further 
evaporation of the aqueous medium to form polylactic 
acid molecules having an average molecular weight of 
between about 100 and about 5000; 

d) forming a crude lactide in the presence of 
catalyst means for catalyzing the depolymerizatlon of 
the polylactic acid molecules to form lactide molecules; 

e) purifying the crude lactide formed in step 
(d) to form a substantially purified lactide by 
distilling the crude lactide; and 

f ) reacting the substantially purified 
lactide of step (e) to form polylactide. 
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FEED CRUDE LACTIC ADD TO 
AN EVAPORATOR C0KT1NU0USLY 



I 



REMOVE WATER OR SOLVENT _^ 
FROM CRUDE lACTIC ADD 



I 



DISCARD OR RECYCLE 
REMC^/ED WATER. SOLVENT OR 
CONDENSATION BY-PRODUCT 



FEED CONCENTRATED LACTIC ADD 
TO A PRE-POLYMER REACTOR 

i 



POLYMERIZE CONCENTRATED 
LACnC ACID TO FORM A 
PRE-PaYMER BY REMOVI NG WATER 

I 



RECYCLE OR DISCARD 
REMOVED WATER. SOLVENT OR 
CONDENSATION BY-PRODUCT 
CONTAMINATED WITH LACTIC ADD 



FEED PRE-POLYMER TO 
A LACTIDE REACTOR 



H 



SIMULTANEOUSLY FEED CATALYST 
TO A LACTIDE REACTOR 



I 



REMOVE CRUDE LACTIDE AS 
A VAPOR FROM LACTIDE REACTOR 

I 



1 



REMOVE AND RECYCLE OR DISCARD 
HIGH BOIUNG UNREACTED POLYMER 
AS UQUID FROM LACTIDE REACTOR 



PARTIALLY CONDENSE CRUDE 
LACTIDE IN A CONDENSER 

I 



H 



REMOVE UNCONDENSED WKTER AND 
LACTIDE IMPURITY AS A VAPOR 
AND RECYCLE OR DISCARD 



FEED CONDENSED CRUDE LACTIDE I 
TO A DISTILLATION SYSTEM | 



I 



PURIFY LACTIDE IN THE 
DISTILLATION SYSTEM 



1 



REMOVE PURIRED LACTIDE AS 
A HIGH BOIUNG BOTTOMS STREAM 
FROM THE DISTTLLATION SYSTEM 



H REMOVE WATER AND LACTIC 
ACID IMPURITIES AS A 
DISnLLATE / OVERHEAD STREAM. 
RECYCLE OR DISCARD 



I 



FEED PURIFIED LACTIDE AS 
A UQUID DIRECTLY TO A 
POLYMERIZATION SYSTEM 



I 



POLYMERIZE LACTIDE 
TO POLYLACTIDE 
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